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CATALYSTS, METHOD OF PREPARING THESE CATALYSTS AND METHOD 
OF USING SAID CATALYSTS 



This a continuation-in-part of U. S. Patent 
Application serial No. 008,800, filed January 30, 1987. 

5 nancGROUND ™ INVENTION _ „«tter 

This invention relates to compositions of matter 

whioh are useful as catalysta, to a method for ^^^^^^l 
^hese catalysts, to a method of using «^«« "^^^^^^^"^ 
polymeric products produced with these catalysts. More 
LO !I^cular!y, this invention relates to catalyst composi- 

;ethod of preparing these catalyst compositions, 
to a method for polymerixing olefins, diolefins and/or 
aLtyT^Iilally unsaturated monomers wherein theae catalysts 
!re used and to homopolymer and copolymer products produced 

15 with these catalysts. 

The use of soluble Ziegler-Natta type catalysts in 

the polymerization of olefins is, of course, well ^^^J^ 
the prllr art. In general, these soluble systems comprise a 
Group IV-B metal compound and a metal alkyl cocatalyst, 
20 particularly an aluminum alkyl cocatalyst, A subgenus of 

^est citalysts is that subgen^s comprising a bis(cyclopenta. 
^!nvl) compound of the Group IV-8 metals, particularly 
titaLum, m combination with aluminum alkyl cocatalysts. 
spUulation remains concerning the actual 
25 the active catalyst species in this subgenus of soluble 

zi!giL.Natta type olefin polymerization catalysts, it would 
!pp!ar generally accepted that the active catalyst species is 
a cition or a decomposition product thereof which will 
alkvtlte an olefin in the presence of a labile stabilizing 
30 tn^on This theory may have first been advocated by Br es low 
'° Newburg, and Long and Breslow, as indicated in their 

respective articles appearing in J. Am. ^'='-; "f^' 

vol 81, pp. 81-86, and J. Am. Chem. soc, I960, vol. 82. 
1953-1957.. AS indicated in these articles, various 
,1, !Ldles suggested that the active catalyst species is a 
35 studies suggea „„„-4es derived therefrom when 

^**.««4,im-alkvl complex or a species aerivea 
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dlhallde, and an aluminum alkyl are used as a catalyst or 
catalyst precursor. The presence of ions, all being in 
equilibrium, when a titanium compound is used was also 
suggested by Dyachieovskii, VysokomoL. Soyed., 1965, Vol. 7, 
pp. 114-115 and by Dyachkovskii, Shilova and Shilov, J. 
Polym.Sci., Part C, 1967, pp. 2333-2339, That the active 
catalyst species is a cation complex when a titanium compound 
is used, was further suggested by Eisch et al., J. Am. Chem. 
See, 1985, vol. 107, pp. 7219-7221, 

While the foregoing articles teach or suggest that 
the active catalyst species is an ion pair and, particularly 
an ion pair wherein the Group IV-B metal component is present 
as a cation or a decomposition product thereof, and while 
these references teach or suggest coordination chemistry to 
form such active catalyst species, all of the articles teach 
the use of a cocatalyst comprising a Lewis add either to 
-form or to stabilize the active ionic catalyst species. The 
active catalyst is, apparently, formed through a Lewis acid- 
Lewis base reaction of two neutral components <the metal- 
locene and the aluminum alJcyl), leading to an equilibrium 
between a neutral, apparently inactive, adduct and an ion 
pair presumably the active catalyst. As a result of this 
equilibrium, there is a competition for the anion which must 
be present to stabilize the active cation catalyst species. . 
25 This equilibrium is, of course, reversible and such reversal 
will deactivate the catalyst. Moreover, the catalyst systems 
heretofore contemplated are subject to poisoning by the 
presence o£ basic Impurities in the system. Further, many, 
if not all, of the Lewis adds heretofore contemplated for 
30 use in soluble Ziegler-Natta type catalyst systems are chain 
transfer agents and, as a result, prevent effective control 
of the product polymer molecular weight and molecular weight 
distribution. Still further, the catalyst systems heretofore 
proposed do not generally facilitate incorporation of a slgnl 
35 ficant amount of a plurality of different monomers or random 
distribution of such monomers when used in copolymeriaation 
processes, particularly a-olefin copolymerization processes. 
Still even further, most, if not all, of the metal alkyl 
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cocatalysts heretofore contemplated are highly pyrophorlc 
and, as a result, hasardcus to use. 

The aforementioned catalyst aystems are not highly 
active nor or they generally active when zirconium or hafnium 
5 is the Group IV-B metal used. Recently, however, it has been 
found that active Ziegler-Natta type catalysts can be formed 
when bis(cyclopentadlenyl) compounds of the Group IV-B metals, 
including zirconium and hafnium, are used with alumoxanes. 
AS Is well known, these systems, particularly those comprls- 

10 ing zirconium, offer several . diatinot advantages. Including 
vastly higher activities than the aforementioned bi8(cyclo- 
pentadienyDtitaniua catalysts and the production of polymers 
with narrower molecular weight distributions than those from 
conventional Ziegler-Natta catalysts. These recently 

15 developed catalyst systems still yield polymeric products 
having relatively low molecular weight, however. Moreover, 
these recently developed catalyst systems have not affected 
the amount of comonomer Incorporated Into a copolymer or the 
relative distribution of such monomer therein. Further, these 

20 systems remain subject to poisoning when basic impurities are 
present and require an undesirable excess of the aluaoxane to 

function efficiently. 

Bis(cyclopentadienyl)hafnium compounds used with 

alumoxane cocatalysts have offered few, if any, advantages 
25 when compared to analogous bl3(cyclopentadienyl)tltanlum or 
.zirconium catalysts with respect to catalyst activity, 
polymer molecular weights, or extent or randomness of co- 
monomer incorporation. This has been suggested by Glannetti, 
Nicoletti, andMaazochi, J. Polym. Sd., Polym. Chem. 1985, 
30 vol. 23, pp. 2117-2133, who claimed that the ethylene poly- 
merization rates of bl8(cyclopentadlenyl)hafnium compounds 
were five to ten times slower than those of similar bis(cycio 
pentadlenyDzlrconium compounds while there was little 
difference between the two catalysts In the molecular weight 
35 of the polyethylene formed from them. European Patent 
Application No. 200,351 A2 (1986) suggests that in the 
copolymerlzatlon of ethylene and propylene there is little 
difference among bls( cyclopentadlenyl )titaniu«, -zirconium. 
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and -hafnium compounds either in polymer molecular weights 
and molecular weight distributions or in ability to incorpo- 
rate propylene randomly. Recently, however. Even et-al. 
disclosed in J. Am. Chem. Soc. 1987, Vol. 109, pp. 6544- 
6545, that chiral hafnium metallocene compounds used with an 
alumoxane cocatalyst gave isotactic polypropylene of higher 
molecular weight than that obtained from analogous chiral 
zirconium metallocenes. 

in light of the several deficiencies of the coor- 
dination catalyst systems heretofore contemplated, the need 
for an improved catalyst system which: (1) permits better 
control of molecular weight and molecular weight diatribuion; 
(2) is not subject to activation equilibrium and (3) does not 
involve the use of an undesirable cocatalyst is believed 
readily apparent. The need for a catalyst system which will 
facilitate the production of higher molecular weight polymeric 
products and facilitate incorporation of a larger amount of 
comonomer into a copolymer and alter the relative distribution 
of such comonomers in such copolymers is also believed to be 
20 readily apparent. 

SUMMARY Qg THE IW VENTIOW 

It has now been discovered that certain of. the fore- 
going and other disadvantages of the prior art ionic olefin 
polymerization catalysts can be avoided, or at least reduced, 
with all of the ionic catalysts of the present invention and 
that all of the foregoing and other disadvantages of the prior 
art ionic olefin polymerization catalysts can be avoided, or 
at least reduced, with certain of the iortio catalysts of this 
invention and improved olefin, diolefin and/or acetylenically 
unsaturated monomer polymerization processes provided there- 
with. It is, therefore, an object of this invention to 
provide improved ionic catalyst systems which are useful in 
the polymerization of olefins, diolefins and/or acetylen- 
ically unsaturated monomers. It is another object of this 
35 invention to provide a method for preparing such Improved 

catalysts, it is a further object of this invention to pro- 
vide an improved polymerization process using such improved 
catalysts. It is still another object of this invention 
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to provide such an improved catalyst which Is not subject to 
ion equlllbriua reversal. It is still a further object of 
this invention to provide such an improved catalyst-which may 
permit better control of the product polyoer molecular weight 
5 and molecular weight distribution. It is yet another object 
of this invention to provide such an Improved catalyst which 
may bo used with less risk of fire. It is yet a further 
object of this invention to provide certain Improved cata- 
lysts, particularly certain hafnium containing catalysts, 

10 which will yield relatively high molecular weight polymers. 
It is even another object of this Invention to provide 
certain improved catalysts, particularly certain hafnium 
containing catalysts, which will yield copolymers containing 
relatively large amounts of a plurality of comonomers, which 

15 comonomers are distributed in a manner at least approaching 
randomness. It is even a further object of this invention to 
provide polymeric products produced with these catalysts 
having relatively narrow molecular weight distributions and 
which are free of certain metal impurities. It Is still even 

20 another object of this invention to provide certain polymeric 
products, prepared with certain of these catalysts, having 
relatively high molecular weights. It is still even a 
further object of this Invention to provide certain copoly- 
mers, prepared with certain of these catalysts, containing 

25 relatively large amounts of a plurality of comonomers, which 
comonomers are distributed in a manner at least approaching 
randomness. The foregoing and still other objects and 
advantages of the present invention will become apparent from 
the description set forth hereinafter and the examples 

30 included herein. 

In accordance with the present Invention, the fore- 
going and other objects and advantages are accomplished with 
and by using a catalyst prepared by combining at least two 
components. The first of which components is a bis(cyclo- 

35 pentadlenyl) derivative of a Group IV-B metal compound 

containing at least one ligand which will combine with the 
second component or at least a portion thereof such as a 
cation portion thereof. The second of which components is an 
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ion-exchange compound comprising a cation which will irrever- 
sibly react with at least one ligand contained in said Group 
IV-B metal compound (first conwonent) and an anion which is a 
single coordination con^lo* comprising a plurality of llpo- 
5 phiiic radicals covaleiitiy coordinated to and shielding a 
centrai formally charge-bearing metal or metalloid atom, 
which anion is bulky, labile and stable to any reaction 
involving the cation of the second component. The ^arge- 
bearing metal or metalloid may be any metal or metalloid 
10 capable of forming a coordination complex which is not 

hydrolyzed by aqueous solutions. Upon combination of the 
firs-b and second components, the cation of the second 
component reacts with one of the Uganda of the first 
component, thereby generating an ion pair consisting of a 
15 Group IV-B metal cation with a formal coordination number of 
3 and. a valence of +4 and the aforementioned anion, which 
anion is compatible with and noncoordinating towards the 
metal cation formed from the first component. The anion of 
the second compound must be capable of stabilizing the 
20 Group rv-B metal cation complex without interfering with the 
Group IV-B metal cation's or its decomposition product* s 
ability to function as s catalyst and must lj« sufficiently 
labile to permit displacement by an olefin, dlolefin or an 
acetylenlcally unsaturated monomer during polymerization. 
25 For example, Bochmann and Wilson have reported (J. Chem. 
Soc, Chem. comm., 1986, pp. 1610-1611) that bis(cyclo- 
pentadlenyl) titanium dimethyl reacts with tetrafluoroborlc 
acid to form bis(cyclopentadienyl)titianlum methyl tetra- 
fluoroborate. The anion is, however, insufficiently labile 
• 30 to be displaced by ethylene. 

DETAILED DESCRIPTION OF THE INVENTION 

AS indicated supra, the present invention relates 
to catalysts, to a method for preparing such catalysts, to a 
method for using such catalysts and to polymeric products 
35 produced with such catalysts. The catalysts are particularly 
useful for polsmerlzing a-olefins, diolefins and acetylen- 
lcally unsaturated monomers either alone or in combination 
with other a-oleflns, diolefins and/or other unsatxurated 
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monoBiers. The improved catalysts are prepared by coobinlng 
at least one first compound which is a bi8(cyclopentad±enyl) 
derivative of a metal of Group IV-B of the Periodic -«able of 
the Elements containing at least one llgand which will 
5 combine with the cation of the second compound which first 
compound la capable of forming a cation formally having a 
coordination number of 3 and a valence of *4 and at least one 
second compound which is a salt comprising a cation capable 
of donating a proton which will irreversibly combine with 
10 said at least one ligand (substituent) liberated by said 
Group IV-B metal compound and an anion which is a single 
coordination complex comprising a charge-bearing metal or 
metalloid core, which anion is both bulky and labile, 
compatible with and noncoordinating toward the Group IV-B 
15 metal cation formed from the first component, and capable of 
stabilizing the Group IV-B metal cation without interfering 
with said Group IV-B metal cation's or its decomposition 
product's ability to polymerize a-olefins, diolefins and/or 
acetylenically unsaturated monomers - 
2Q All reference to the Periodic Table of the 

Elements herein shall refer to the Periodic Table of the 
Elements, published and copyrighted by CRC Press, Inc., 
1984. Also, any reference to a Group or Groups shall be to 
the Group or Groups as reflected in this Periodic Table of 

25 the Elements. 

AS used herein, the recitation "compatible non- 
coordinating anion" means an anion which either does not 
coordinate to said cation or which is only weakly coordinated 
to said cation thereby remaining sufficiently labile to be 

30 displaced by a neutral Lewis base. The recitation "compatible 
noncoordinating anion" specifically refers to an anion which 
when functioning as a stabilizing anion in the catalyst 
system of this invention does not transfer an anionic sub- 
stituent or fragment thereof to said cation thereby forming 

35 a neutral four coordinate metallocene and a neutral metal or 
metalloid byproduct. Compatible anions are anions which are 
not degraded to neutrality when the initially formed complex 
decomposes. The recitation -metalloid, as used herein. 
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includes non-metals such as boron, phosphorus and the like 
which exhibit seml-metalllc characteristics. 

The Croup IV-B natal compounds; I.e., titanium, 
zirconium and hafnium compounds, useful as first compounds in 
5 the preparation of the Improved catalyst of this Invention 
are bis ( cyclopentadienyl ) derivatives of titanium, zirconium 
and hafnium. In general, useful titanium, zirconium and 
hafnium compounds may be represented by the following general 
formulae: 

10 !• (A-Cp)MXiX2 

2. (A-CP>MX^'2 

3. CA-Cp)HL 

4. {Cp*><CpR>MXi 



15 



20 



Wherein: 

(A-Cp) is either (Cp)(Cp*> or Cp-A'-Cp* 
and Cp and Cp* axe the same or different 
substituted or unsubstltuted cyclopentadienyl 
radicals wherein A' is a covalent bridging 
group containing a Group IV-A element; 
M is a metal selected from the Group consis- 
ting of titanium, zirconium and hafnium; 
E. is an olefdLn, diolefln or aryne llgand; 
Xi and X2 are, independently, selected from 
the group consisting of hydride radicals, 
25 hydrocarbyl radicals having from 1 to about 20 

carbon atoms, substltuted-hydrocarbyl radicals, 
wherein one or more of the hydrogen atoms are 
replaced with" a halogen atom, having from 1 to 
about 20 carbon atoms, organometsllold 
3Q radicals comprising a Group IV-A element 

wherein each of the hydrocarbyl substitutions 
contained in the organic portion of said 
organometallold. Independently, contain from 1 
to about 20 carbon atoms and the like; 
35 x'l and X'2 are Joined and bound to the 

metal atom to form a metallacycle, in which 



wo 88/05793 



9 



PCT/US88/0<m3 



10 



15 



the metal atom, X'l and X'2 form a hydro- 
carbocycllc ring containing from about 3 to 
about 20 carbon atoms; and 
R Is a substltuent, preferably a hydrocarbyl 
substltuent, on on© of the cydopentadienyi 
radicals which is also bound to the metal 
atom. 

Each carbon atom In the cydopentadienyi radical may be. 
independently, unsubstituted or substituted with the same or 
a different radical selected from the group consisting of 
hydrocarbyl radicals, substltuted-hydrocarbyl radicals 
wherein one or more hydrogen atoms is replaced by a halogen 
atom, hydrocarbyl-substituted metalloid radicals wherein the 
metalloid is selected from Group IV-A of the Periodic Table 
of the Elements, and halogen radicals. Suitable hydrocarbyl 
and substltuted-hydrocarbyl radicals, which may be substi- 
tuted for at least one hydrogen atom in the cydopentadienyi 
radical, will contain from 1 to about 20 carbon atoms and 
include straight and brv«Jhed alkyl radicals, cyclic hydro- 
carbon radicals, alkyi- substituted cyclic hydrocarbon 
radicals, aromatic radicals and alkyl -substituted aromatic 
radicals. Similarly, and when Xi and/or X2 is a hydro- 
carbyl or substltuted-hydrocarbyl radical, each may, inde- 
pendently, contain from 1 to about 20 carbon atoms and be a 
25 straight or branched alkyl radical, a cyclic hydrocarbyl 
radical, an alkyl-substituted cydohydrocarbyl radical, an 
aromatic radical or an alkyl-substituted aromatic radical - 
Suitable organometallold radicals include mono-, di- and 
trisubstituted organometallold radicals of Group iv-A 
elements wherein each of the hydrocarbyl groups contain from 
1 to about 20 carbon atoms. More particularly, suitable 
organometallold radicals Include trlmethylsilyl . triethyl- 
sllyl, ethyldimethylsilyl, methyldlethylsllyl, triphenyi- 
germyl, trlmethylgermyl and the like. 

Illustrative, but not limiting examples of bis- 
( cydopentadienyi) xlrconlum compounds which may be used in 
the preparation of the improved catalyst of this invention 
are dihydrocarbyl -substituted bis( cydopentadienyi ) zirconium 
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compounds sucb aa bla<cyelopentad±enyi) zirconium dimethyl, 
b±8(cycXopen1»dl«nyl) zirconium diethyl, bi8(cyclopentadlenyl)- 
zlrconlum dipropyl, bis (cyclopentadienyl) zirconium dibutyl, 
bis (cyclopentadienyl) zirconium diphenyl, bi8(cyclopenta- 
5 dienyl) zirconium dineopentyl, bis (cyclopentadienyl) zirconium 
di(m-tolyi), bis( cyclopentadienyl) zirconium di(p-tolyl) and 
the like; (monohydrocarbyl-substituted cyclopentadienyl >- 
zirconium compounds such as (methylcyelopentadlenyl) 
(cyclopentadienyl) and bis (methylcyelopentadlenyl) zirconium 
10 dimethyl, (ethylcyclopentadienyl)( cyclopentadienyl) and bis- 
(ethylcyclopentadienyl) zirconium dimethyl, (propylcyclopenta- 
dienyDC cyclopentadienyl) and bis(propylcyclopentadlenyl)- 
zlrconlum dimethyl, C(a-hu«yi) cyclopentadienyl] (cyclopenta- 
dienyl) and bis C(n-butyl) cyclopentadienyl] zirconium dimethyl, 
15 [(t-butyl)cyclopentadienyl] (cyclopentadienyl) and bis- 

[(t-butyl)cyclopentadienyl]zirconium dimethyl, (cyclohexyl- 
methylcyclopentadlenyl ) ( cyclopentadienyl ) and bis ( cydoheaeyl- 
methylcyelopentadlenyl) zirconium dimethyl, (benzylcyclopenta- 
dienyl ) ( cyclopentadienyl ) and bis( benzylcyclopentadlenyi ) - 
20 zirconium dimethyl, (diphenylmethylcyclopentadienyDC cyclo- 
pentadienyl) and bis(diphenylmethylcyclopentadienyl)zirconium 
dimethyl (methylcyelopentadlenyl) (cyclopentadienyl) and bls- 
( methylcyelopentadlenyl )zlrconium dihydrlde, ( ethylcyclopenta- 
dieny I ) { cyclopentadienyl ) aiui bls( ethylcyelopentadieny 1 ) - 
25 zirconium dihydrlde, ( propylcyclopentadienyl )( cyclopenta- 
dienyl) and bis (propylcyclopentadienyl) zirconium dihydrlde, 
C(n-butyl) cyclopentadienyl] (cyclopentadienyl) and bis- 
C ( n-butyl ) cyclopentadienyl ] zirconium dihydrlde , [ ( t-buty 1 ) - 
cyclopentadienyl] (cyclopentadienyl) and bia£(t-butyl)cyclo- 
30 pentadienyl] zirconium dihydrlde, (cycloheatylmethylcyclopenta- 
dlenyl ) ( cyclopentadienyl ) and bis( cyclohexyimethylcyclopenta- 
dienyl) zirconium dihydrlde, (benzylcyclopentadlenyi) (cyclo- 
pentadienyl ) and bis( benzylcyclopentadlenyi )zlreonlum 
dihydrlde , ( diphenylmethylcyclopentadienyl ) ( cyclopentadienyl ) 
35 and bis ( diphenylmethylcyclopentadienyl ) zirconium dihydrlde 

and the like; (polyhydrocarbyl-substltutad cyclopentadienyl ) - 

zirconium compounds such as (dimethylcyclopentadienyl)- 

( cyclopentadienyl) and bis (dimethylcyclopentadienyl) zirconium 
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dimethyl, { trlmethy icyclopontadlenyl ) ( cyclopentadlenyl ) and 
bis(trimethylcyclopentadlenyl)zlrconiua dimethyl, (tetra- 
methylcyciopentadlenylXcyclopentadlenyl) and bis(tetra- 
methylcyclopentadlenyDxlrconlun. dimethyl, (permethylcyclo- 
5 pentadlenyl)(cyclopentadlenyl) and bla(permethyicyclopenta- 
dlenyDzlroonlUm dimethyl, (ethyltetramethylcyclopentadienyl)- 
(cyclopentadlenyl) and bla(ethyltetramethylcyclopentadlenyl)- 
zirconlum dimethyl, ( indenyi ) ( cyolopentadlenyl ) and bls- 
(IndenyDxlrconlum dimethyl, (dimethylcyclopentadlenyl)- 
10 (cyolopentadlenyl) and bi»(dl«ethyloyclopentadlenyl)airconiu« 
dihydrlde, ( trlmethyXcydopentadienyl )( cyolopentadlenyl ) and 
bls(trlmethylcyclopentadlenyl)alrconlum dlhydride, (tetra- 
»ethylcyclopentadienyl)(cyclopentadienyl) and bis ( tetramethyl- 
cyciopentadienyDzlrconlum dlhydrlde, { permethylcydopenta- 
15 dienyiXcyclopentadienyl) and bls(pexnethylcyclopentadlenyl)- 
zlrconlum dlhydrlde, < ethyltetramethylcyclopentadienyl ) - 
(cyolopentadlenyl) and bls(ethyltetramethyicyclopentadlenyl)- 
xlrconluin dlhydrlde, ( Indenyl ) ( cyclopentadienyl ) and 
bis(lndenyl)zlrconlum dlhydrlde and the like; (metal hydro- 
20 carbyl-substltuted cyclopentadienyl) zirconium compounds such 
OS (trlmethyisllyicyclopentadienyl)( cyclopentadienyl) and 
bia(trlmethyisllylcyclopentadienyl)slrconiu« dimethyl, (trl- 
methyigermylcyclopentadienyl)( cyclopentadienyl) and bls(tri- 
n.ethyiger«ylcyclopentadlenyl)zirconlun dimethyl, (trimethyl- 
25 stannylcyclopentadlenylX cyclopentadienyl) and bis( trlmethyl 
stannylcyclopentadienyDzlrconium dimethyl, ( trinethylplumbyl 
cyclopentadienyl) (cyclopentadienyl) and bls( trimethylplumbyl- 
cyclopentadienyDslrconium dimethyl, ( trlmethylsilylcyclo- 
pentadlenyl)(cyclopentad;lenyl) and bls( trlmethylsllylcyclo- 
• 30 pentadlenyDzlrconlum dlhydrlde, ( trlmethylgermyi cyclopenta- 
dienyl )( cyclopentadienyl ) and bis(trlmethylgermylcyciopenta- 
dlenyl) zirconium dihydride, ( trlmethylstannyleydopenta- 
dlenyl)( cyclopentadienyl) and bis( trimethylstannylcyclopenta- 
dlenyDzirconium dihydride. (trlmethylplumbylcyclopenta- 
35 dlenyl)(cyclopentadienyl) and bl3(trlmethylplumbyicyclopenta- 
dlenyl) zirconium dihydride and the like; (halogen-substituted 
cyclopentadienyl) zirconium compounds such as ( trifluoromethyl- 
cyciopentadienyl ) ( cyclopentadienyl ) and bls(trifluoromethyl- 
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cyclopentadienyl) zirconium dimethyl, (trlfluore»ii«thylcyclo- 
pentadienylXcyclopentadlenyl) and bls(tri£luoroiiiethylcyclop- 
entadlenyi) zirconium diliydrldo and the like; ellyl-substi- 
tutad (cyclopentadlenyl) zirconium compouxids such as 
5 bis ( cyclopentadlenyl )zlr<sonlum dKtrlmethylsllyl >, bls(cycio- 
pentadlenyl) zirconium dl(phonyldimethylsilyl) and the like; 
(brldged-cyclopentadlenyl) zirconium compounds such as 
methylene bis (cyclopentadlenyl) zirconium dimethyl, ethylene 
bis C cyclopentadlenyl) zirconium dimethyl, dlmethylsilyl bis- 
10 (cyclopentadlenyl) zirconium dimethyl, methylene bis (cyclopenta- 
dlenyl) zirconium dlhydride and dlmethylsilyl bis(cyclopenta- 
dienyl) zirconium dlhydride and the like; bis ( cyclopentadlenyl )- 
zlrconacycles such as bis(pentamethylcyclopentadlenyl)zlrcona- 
cyclobut ane , bis ( pentamethy icyclopentadienyl ) zlrconacyclo- 
15 pentane, bis ( cyclopentadlenyl )ziroonaindane and the like; 

olefin, diolefin and aryne ligand substituted bis (cyclopenta- 
dlenyl) zirconium compounds such as bls(cyclopentadienyl)- 
(1, 3 -butadiene ) zirconium, bis (cyclopentadlenyl ) ( 2, 3-dlmethyl- 
1,3-Uutadiene) zirconium, bis(pentamethylcyclopentadienyl)- 
20 (benzyne) zirconium and the like; ( hydrocarbyl)( hydride )- 

substituted bla( cyclopentadlenyl) zirconium ccmipounds such as 
bis(pentamethylcyclopentadienyl )zirconium (phenyl ) (hydride ) , 
bis( pentamethylcyclopeatadienyl ) zirconium ( methyl ) ( hydride ) 
and the like? and bis (cyclopentadlenyl) zirconium compounds in 
25 which a substituent on the cyclopentadlenyl radical is bound 
to the metal such as (pentamethylcyclopentadienyl)(tetra- 
methylcyclopentadienylmethylene) zirconium hydride, (penta- 
methylcyclopentadienyl ) ( tetramethylcyclopentadienylmethylene ) - 
zirconixjm phenyl and the like. 
30 A similar list of Illustrative bis (cyclopenta- 

dlenyl) hafnium and bis (cyclopentadlenyl) titanium compounds 
could be made, but since the lists would be nearly Identical 
to that already presented with respect to bis (cyclopenta- 
dlenyl) zirconium confounds, such lists are not deemed essen- 
35 tial to a complete disclosure. Those skilled in the art, 

however, are aware that bis ( cyclopentadlenyl )hafniura compounds 
and bis (cyclopentadlenyl) titanium compounds corresponding to 
certain of the bis (cyclopentadlenyl) zirconium compounds 
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listed supra are not known. The lists would, therefore, be 
reduced by these compounds. Other bls(cyclopentadtenyl)- 
hafnium compounds and other b±s(cyclopentadlenyl) titanium 
compounds as well as other bis(cyclopentadienyl)xirconium 
S compounds which are useful in the catalyst compositions of 
this invention will, of course, be apparent to those skilled 
in the art. 

Compounds useful as a second component in the 
preparation of the catalyst of this invention will comprise a 

10 cation, which la a Bronsted acid capable of donating a proton, 
and a compatible noncoordinating anion containing a single 
coordination complex comprising a charge-bearing metal or 
metalloid core, which anion is relatively large (bulky), 
capable of stabilizing the active catalyst species (the 

15 Group IV-B cation) which is formed when the two compounds are 
combined and said anion will be sufficiently labile to be 
displaced by olefinlc, diolefinic and acetyienically 
unsaturated substrates or other neutral Lewis bases such as 
ethers, nltrlles and the like. As indicated supra, any metal 

20 or metalloid capable of forming a coordination complex which 
Is stable in water may be used or contained in the anion of 
the second compound. Suitable metals, then. Include^ but are 
not limited to. aluminum, gold, platinum and the like. 
Suitable metalloids include, but are not limited to, boron, 

25 phosphorus, silicon and the like. Compounds containing anions 
which comprise coordination complexes containing a single 
metal or metalloid atom are. of course, well known and many, 
particularly such compounds containing a single boron atom in 
the anion portion, are available commercially. In light of 

30 this, salts containing anions comprising a coordination 
complex containing a single boron atom are preferred. 

In general, the second compoxinds useful in the 
preparation of the catalysts of this Invention may be 
represented by the following general formula: 

35 [(l,«-H)+]dC(M')"*0l02*--Qnl**" 
Wherein: 

L' is a neutral Lewis base; 
H is a hydrogen atom? 
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tl*'-H] Is a Brons-ted acid; 

Is a metal or metalloid selected from the 
Groups subtended by Groups V-B to V-A of the 
Periodic Table of the Elements; ie-. Groups 
V-B, Vl-B^ VII-B, VIII, I-B, II-B, III-A, 
IV-A, and V-A; 

Ql to Qn fiire selected, independently, from 
the Group consisting of hydride radicals, 
diallqrl^id<^ radicals, alkoxide and aryloxide 
radicals, hydrocarbyl and substituted-hydro- 
carbyl radicals and organometalloid radicals 
and any one, but not more than one, of Qx to 
Qj^ may be a halide radical - the remaining 
Ql Qn being. Independently, selected 
from the foregoing radicals; 
m is an integer from 1 to 7; 
n is an integer from 2 to 8; and 
n - m =s d. 

Second compounds comprising boron which are particularly 
useful in the preparation of catalysts of this invention may 
be represented by the following general formula: 

[ L * -H] ♦ tBAriAr2X3X4] " 

Wherein: 

L* is a neutral Lewis base; 
H is a hydrogen atom; 
[If'-H]* is a Bronsted acid; 
B is boron in a valence state of 3; 
Ari and Ar2 are the same or different 
aromatic or substituted-aromatic hydrocarbon 
radicals containing from about 6 to about 20 
carbon atoms and may be linked to each other 
through a stable bridging group; and 
X3 and X4 are radicals selected, independ- 
ently, from the group consisting of hydride 
radicals, halide radicals, with the proviso 
that only X3 or X4 will be halide at the 
same time, hydrocarbyl radicals containing 
from 1 to about 20 carbon atoms, substituted- 
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hydrooarbyl radicals, wherein one or more of 
the hydrogen atoms Is replaced by a halogen 
atom^ containing from I to about 20 carbon 
atoms, hydrocarbyl-Bubstituted metal (organo- 
5 metalloid) radicals wherein each hydrocarbyl 

substitution contains from 1 to about 20 
carbon atoms and said metal Is selected from 
Group IV-A of the Periodic Table of the 
Elements and the like. 
10 la general. An and Arz may. Independently, be any aromatic 
or substltuted-aromatlc hydrocarbon radical containing from 
about 6 to about 20 carbon atoms. Suitable aromatic radicals 
include, but aire not limited to, phenyl, naphthyl and anthra- 
cenyl radicals. Suitable substltuents on useful substituted- 
15 aromatic hydrocarbon radicals. Include, but are not neces- 
sarily limited to, hydrocarbyl radicals, organometalloid 
radicals, alkoxy radicals, alkylamido radicals, fluoro and 
fluorohydrocarbyl radicals and the like such as those useful 
as X3 or X4. The substituent may be ortho, met a or para, 
20 relative to the carbon atom bonded to the boron atom. When 
either or both X3 and X4 are a hydrocarbyl radical, each 
may be the same or a different aromatic or' substltuted- 
aromatlc radical as are Ari and Arj, or the same may be a 
straight or branched alkyl, alkenyl or alkynyl radical having 
25 from 1 to about 20 carbon atoms, a cyclic hydrocarbon radical 
having from about 5 to about 8 carbon atoms or an aikyl- 
substituted cyclic hydrocarbon radical having from about 6 to 
about 20 carbon atoms. X3 and X4 nay also, independently, 
be alkoxy or dialkylamldo radicals wherein the alkyl portion 
30 of said alkoxy and dialkylamldo radicals' contains from 1 to 
about 20 carbon atoms, hydrocarbyl radicals and organometal- 
loid radicals having from 1 to about 20 carbon atoms and the 
like. AS indicated supra, Ari and Arj nay be linked to each 
other. Similarly, either or both of Ari and Arj could be 
3S linked to either X3 or X4. Finally, X3 and X4 may also be 
linked to each other through a suitable bridging group. 

Illustrative, but not limiting, examples of boron 
compounds which may be used as a second component In the 
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preparation o£ the Inproved catalysts of this Invention are 
trialkyl-substituted anmoniuo salts such as trlethylammonitjm 
tetraC phenyl )boron, tripropyl ammonium tetraC phenyl }l9oron, 
trl(n-butyl)aiamonlum tetra(phenyl)boron, trimethylaamonluni 

5 tetra(p-tolyl)boron, trimethyl ammonium tetra(o-tolyl )boron, 
tributyl ammonium tetra{pentaf luorophenyl)boron, trlpropyl- 
ammonium tetra<o,p-dlmethylphenyl)boron, trlbutylaimBoniura 
tetra(ia,m-dimethylphenyl) boron, •teibutylammonium tetra(p-trl- 
£luoromethylphenyl)baronr trlbutylammonlum tetra(pentafluoro- 

10 phenyl )boron. tn(n-butyl) ammonium tetra(o-tolyl)boron and 
the like; N,N-dlalIeyl anilinium salts such as K,N-dlmethyi- 
anilinium tatra( phenyl )l>oron, N,N-diethylanllinlum tetra- 
C phenyl )boron, N,K-2,4, 6-pentamethylanilin4um tetra ( phenyl )- 
boron and the like; dlalkyl ammonium salts such as dl- 

15 (l-propyl) ammonium tetra(pentafluorophenyl)boron, dicyclo- 
heatylammonium tetraCphenyl )boron and the like; and trlaryl 
phosphonlum salts such as triphenylphosphonlum tetra( phenyl )- 
boron, trl (me thy iphenyl ) phosphonlum tetra (phenyl) boron, 
trl(dimethylRhenylXphosphonitim tetra( phenyl )boron . and the 

20 like. 

Similar lists of suitable compounds containing 
other metals and metalloids which are useful as second 
components could be made, but such lists are not deemed 
necessary to a complete disclosure. In this regard, it 
25 should bo noted that the fpregoing list is not intended to be 
exhaustive and other boron compounds that would be useful as 
well as useful compounds contalxilng other metals or metal- 
loids %#ould be readily apparent, from the foregoing general 
equations, to those skilled in the art. 
_ 30 In general, and while most flrs^ components 

identified above may be combined with most second components 
identified above to produce an active olefin polymerisation 
catalyst, it is important to continued polymerization 
operations that either the metal cation initially formed from 
35 the first component or a decomposition product thereof be a 
relatively stable catalyst. It is also important that the 
anion of the second compound be stable to hydrolysis when an 
ammonium salt is used. Further, it la Important that the 
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acidity of the second component be sufficient, relative to 
the first, to facilitate the needed proton transfer, 
conversely, the basicity of the metal complex must also be 
sufficient to facilitate the needed proton transfer. Certain 

5 oetallocene compounds - using bls(pentamethylcyclopenta- 

dienyl)ha£nium dimethyl as an illustrative, but not limiting 
example - are resistant to reaction with all but the 
strongest Bronated adds and thus are not suitable as first 
components to form the catalysts of this invention. In 

10 general, bis{cyclopentadienyl)metaI compounds which can be 

hydrolyzed by aqueous solutions can be considered suitable as 
first components to form the catalysts described herein. 

With respect to the combination of first ( metal - 
containing) component to second component to form a catalyst 

15 of this invention. It should be noted that the two compounds 
combined for preparation of the active catalyst must be 
selected so as to avoid transfer of a fragment of the anion, 
particularly an aryl group, to the metal cation, thereby 
forming a catalytically inactive species. This could be done 

20 by sterlc hindrance, resulting from substitutions on the 

cyclopentadlenyl carbon atoms as well as substitutions on the 
aromatic carbon atoms of the anion. It follows, then, that 
metal compounds (first components) comprising perhydrocarbyl- 
substltuted cyclopentadlenyl radicals could be effectively 

25 used with a broader range of second compounds than could 

metal compounds (first components) comprising unsubstituted 
cyclopentadlenyl radicals. As the amount and size of the 
substitutions on the cyclopentadlenyl radicals are reduced, 
however, more effective catalysts are obtained with second 

30 compounds containing anions which are more resistant to 
degradation, such as those with substituents on the ortho 
positions of the phenyl rings. Another means of rendering 
the anion more resistant to degradation is afforded by 
fluorine substitution, especially perf luoro-substitutlon, in 

35 the anion. Fluoro-substituted stabilizing anions may, then, 
be used with a broader range of metal compounds (first 
component: s ) • 
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In general, the catalyst can be prepared by combin- 
ing the two components in a suitable solvent at a temperature 
within the range from about -lOO'C to about 300-C, The cata- 
lyst may be used to polymerize a-ole£lns and/or acetylen- 
5 ically unsaturated monomers having from 2 to about 18 carbon 
atoms and/or dloleflns having from 4 to about 18 carbon atoms 
either alone or In combination. The catalyst may also be 
used to polymerize a-oleflns^ dloleflns and/or acetylenlcally 
unsaturated monomers In combination with other unsaturated 
10 monomers. In general, the polymerization may be acconvllshed 
at conditions well known in the prior art. It will, of 
course, be appreciated that the catalyst system will form 
in situ if the components thereof are added directly to the 
polymerization process and a suitable solvent or diluent, 
15 including condensed monomer, is used in said polymerization 
process. . It la, however, preferred to form the catalyst in a 
separate step in a suitable solvent prior to adding the same 
to the polymerization step. While the catalysts do not 
contain pyrophoric species, the catalysts' components are 
20 sensitive to both moisture and oxygen and should be handled 
and transferred in an inert atmosphere such as nitrogen, 
argon or helium. . 

As indicated supra, the Improved catalyst of the 
present invention will, preferably, be prepared in a suitable 
25 solvent or diluent. Suitable solvents or diluents include 
any of the solvents known in the prior art to be useful as 
solvents in the polymerization of olefins, dloleflns and 
acstylenically unsaturated monomers. Suitable solvents, 
then, include, but are not necessarily limited to, straight 
30 and branched-chain hydrocarbons such as isobutane, butane, 
pentane, hexane, heptane, octane and the like: cyclic and 
alicyclic hydrocarbons such as cyclohexane, cycloheptane, 
methylcyclohexane, methylcycloheptane and the like and 
aromatic and alkyl- substituted aromatic compounds such as 
35 bei>zene, toluene, xylene and the like. Suitable solvents 
also include liquid olefins which may act as monomers or 
comonoraers including ethylene, propylene, butadiene, cyclo- 
pentene, 1-hexane, S-methyl-l-pentene, 4-methyl-l-pentene, 
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1 4-hexad±ene, 1-octone, 1-dec.ne and the like. Suitable 
solvents further include basic solvents not generally useful 
as polymerization solvents when conventional Ziegler-Natta 
type polymerization catalysts are used such as chlorobenzene . 
5 While the Inventors do not wish to be bound by any 

particular theory, it is believed that when the two compounds 
used to prepare the iiproved catalysts of the present inven- 
tion are combined in a suitable solvent or diluent, all or a 
part of the cation of the second compound (the acidic proton) 
10 combines with one of the substituents on the metal containing 
(first component), m the case where the first component has 
a formula corresponding to that of general formula 1 supra, a 
neutral compound is liberated, which neutral compound either 
remains in solution or is liberated as a gas. In this regard, 
15 it should be noted that if either Xi or X2 in the metal 

containing (first component) is a hydride, hydrogen gas may 
be liberated. Similarly, if either Xi or X2 is a methyl 
radical, methane may be liberated as a gas. In the cases 
where the first component has a formula corresponding to 
20 those of general formulae 2, 3 or 4, one of the subst^-tuents 
on the metal-containing (first) component is protonated but, 
in general, no substituent is liberated from the metal. It 
is preferred that the molar ratio of first component to 
second component be 1:1 or greater. The conjugate base of 
25 the cation of the second compound, if one remains, will be a 
neutral compound which will remain in solution or complex 
with the metal cation formed, though, in general, a second 
compound is chosen such that any binding of the neutral 
conjugate base to the metal cation will be weak or non- 
30 exlstant. Thus, as the steric bulk of this conjugate base 
increases, it will, simply^ remain in solution without 
interfering with the active catalyst. Similarly, if the 
cation of the second compound is a trialkyl ammonium ion, 
this ion will liberate a hydrogen atom to form gaseous 
35 hydrogen, methane or the like and the conjugate base of the 
cation will be a tertiary amine, in like fashion, if the 
cation wore a hydrocarbyl- substituted phosphoniun ion 
containing at least one reactive proton, as is essential to 
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the present invention^ th© conjugate base of the cation would 
be a phosphlne. 

While still not wishing to be bound by any. partic- 
ular theory^ it is also believed that as one of the metal 
5 containing (first component) substituents (a ligand) is 

liberated » the noncoordinating anion originally contained in 
the second compound used in the catalyst preparation combines 
with and stabilizes either the metal cation formed from the 
first component, formally having a coordination number of 3 

10 and a +4 valence, or a decomposition product thereof- The 
metal cation and noncoordinating anion will remain so 
combined until the catalyst is contacted with one or more 
olefins, diolefins and/or acetylenically unsaturated monomers 
either alone or in combination with one or more other monomers 

15 or another neutral Lewis base. As indicated supra, the anion 
contained in the second compound must be sufficiently labile 
to permit rapid displacement by an olefin, diolefin or an 
acetylenically unsaturated monomer to facilitate 
polymerization « 

20 The chemical reactions which occur in forming ttie 

catalysts of this invention may, when a preferred, boron 
containing compound is used as the second component, he 
represented by reference to the general formulae set forth 
herein as follows? 

25 1. (A-Cp)MXiX2 + tI"'-H]*[BAriAr2X3X4]- — > 

C(A-Cp)MXi] + CBAriAr2X3X4]- + HX2 + or 
C(A-Cp)MX23*CBAriAr2X3X4]- + HXi + L' 

2. (A-Cp)MX^'2 + ri.'-H]*CBAriAr2X3X4]- — > 

[(A-Cp)M(X'iX'2K>]*CBAriAr2X3X4]- ♦ L' or 
30 [(A-Cp)M(X'2X'lH)]+CBAriAr2X3X4]- + L' 

3. (A-Cp)ML [L'-H]^tBAriAr2X3X4j- — > 

t{A-Cp)M(LH)]*CBAriAr2X3X4l* + L* 

4. (Cp)(R-Cp*)MXl ♦ [l.'-H3 + [BAriAr2X3X43- — > 

[Cp(HR-Cp*)MXi] + CBAriAr2X3X4]- + L' or 
35 [CpC R-Cp* >M] + [BAriAr2X3X4] - + HXi ♦ L' 
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in the foragolng reaction equations, the numbers correspond 
to the numbers set forth in combination with the general 
equations for useful metalloeene compounds of 6roup~IV-B 
metals (first components), in general the stability and rate 
5 of formation of the products in the foregoing reaction 

equations, particularly the metal cation, will vary depending 
upon the choice of the solvent, the acidity of the CL'-H] + 
selected, the particular L', the anion, the temperature at 
which the reaction is completed and the particular dicyclo- 

10 pentadienyl derivative of the metal selected. Generally, the 
initially formed ion-pair will be an active polymerization 
catalyst and will polymerize a-olefins, dlolefins and acety- 
lenically unsaturated monomers either alone or in combination 
with other monomers. In some cases, however, the initial 

15 metal cation will decompose to yield an active polymerization 
catalyst. 

As indicated supra, most first compounds identified 
above will combine with moat second compounds identified 
above to produce ap active catalyst, particularly an active 

20 polymerization catalyst. The actual active catalyst species 
is not, however, always sufficiently stable as to permit its 
separation and subsequent identification- Moreover,- and 
while many of the initial metal cations formed are relatively 
stable, it has become apparent that the initially formed 

25 metal cation frequently decomposes into one or more other 
catalytically active species. 

While still not wishing to be bound by any 
particular theory, it is believed that the active catalyst 
species which have not been characterized, including active 
• 30 decomposition products, are of the same type as those which 

have been isolated and fully characterized or at least retain 
the essential ionic structure required for functioning as a 
catalyst. More particularly, it is believed that the active 
catalyst species which have not been isolated, including 

35 active decomposition products, are the seme type as the 

isolated and characterized active catalyst species in that 
the these species contain a bi8(cyclopentadienyl )metal center 
which center remains catlonlc, unsaturated and has a metal- 
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carbon bond which Is reactive with olefins, diolefins and 
acetylenically unsaturated compounds. Furthermore, it is 
believed that the decomposition products may react with 
hydrogen gas to enter into a common state of etjuilibrium 
5 involving the cationic hydride complex, CCp'CpMHl+X*. 

This behavior is best exemplified in a peralkyl- 
cyclopentadienyl system wherein a tetraphenyl borate is used 
as the second component* For example , the reaction of 
Cp*2Z^M«2 (where Cp* - CsMes) and CBu3NH]+CB(Ph'4)]- 
10 (where Ph» * phenyl or para-alJcylphenyl with hydrogen or an 
alkyl group in the para-position) in toluene gives 
[Cp*22rMel-^[B(Ph* )43" which is unstable and decomposes by 
loss of methane to give a single catalytically active product, 
The deep red product has been fully characterized by NMR 
15 spectroscopy and single crystal x-ray diffraction. The 

general structure of this zwitterionic catalyst of this type 
is shown below: 

B(Ph')3 
(Cp*)2Zg-^^^^ 

20 H 
Wherein: 

Cp* is a perallcyl-substituted cyclopenta- 
dienyl radical wherein each of said alkyl 
substitutions may be the same or a different 
25 C1-C20 alkyl radical, preferably the same 

or a different Ci-Cg alkyl radical, most 
preferably the same or a different C1-C4 
alkyl radical; 
B is boron; 
30 Zr is zirconium.; 

Ph' is a phenyl or alkyl -substituted phenyl 
radical and each of the 3 Ph's may be the same 
or different and the alkyl substitutions may 
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bo C1-C14, prefarably Ci-Ce, most preferably 
Ci-C4; and 

R is hydrogen or an alkyl group having from 1 
to about 14 carbon atoms, preferably from 1 to 
5 about 6 carbon atoms, most preferably from I 

to about 4 carbon atrans. 
Addition of excess hydrogen gas to a toluene solution 
containing the above- identified permethyi -substituted cycio- 
pentadienyl switterionic catalyst causes a rapid reaction as 
10 evidenced by a color change from red to yellow, and, in con- 
centrated solutions, the formation of a yellow precipitate. 
Removal of hydrogen from the system regenerates the original 
zwitterionic catalyst in high yield. While not wishing to be 
bound by any theory, it is believed that the reaction of 
15 hydrogen with the zwitterionic catalyst leads to the formation 
of tCp*2ZrHl+CB(Ph' )4]-. The reversible nature of this 
reaction along with other spectroscopic evidence suggests 
that the. hydride cation is in chemical equilibrium with the 

zwitterionic species. 

20 • consistent with the foregoing, stable polymerization 

catalysts have been prepared when bis(permethylcyclopenta- 
dienyDrirconium dimethyl has been reacted with tri(n-butyl)- 
ammonium tetr a (phenyl) boron, tri(n-butyl) ammonium tetra- 
(p-tolyi)boron and trl(n-butyl) ammonium tetra(p-ethylphenyl)- 

25 boron. A stable polymerization catalyst has also been 

prepared when bis (ethyltetramethylcyclopentadlenyl) zirconium 
dimethyl was reacted with tri(n-butyl ) ammonium tetra(p-tolyl )- 
boron, m each of these cases, the stable polymerization 
catalyst was prepared by adding the reactants into a suitable 

30 aromatic solvent at a temperature within the range from about 
0-C to about lOO'C. Based on this and other information 
available to the inventor, it appears clear that stable 
zwitterionic polymerization catalysts can also be prepared 
using bis(perhydrocarbylcyclopentadienyl)zirconium dialkyls 

35 and dihydrides in combination with ammonium salts of an 
unsubstituted or p-sub8tituted-tetra(aryl)boron anion. 

in general, the stable catalyst formed by the 
method of this invention may be separated from the solvent 
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and stored for subsequent use. . The less stable catalyst, 
however, will, generally, be retained in solution until 
ultimately used in the polymerization o£ olefins, dioleflns 
and/or acetylenlcally unsaturated monomers. Alternatively, 
5 any of the catalysts prepared by the method of this invention 
may be retained in solution for subsequent use or used 
directly after preparation as a polymerization catalyst. 
Moreover, and as indicated supra, the catalyst may be 
prepared In situ during a polymearlzatlon reaction by passing 
10 the saparate components into the polymerization vessel where 
the components will contact and react to produce the Improved 
catalyst of this Invention. 

When the ratio of first compound to second compound 
Is Irl, at concentrations below about IQ-^M, the catalyst 
15 is often not active for olefin polymerization. While the 
Inventors do not wish to be bound by any particular theory, 
it is believed that adventitious oxygen or moisture in the 
diluent or monomers may deactivate the catalyst. When the 
ratio of the first compound to the second compound is 2:1 to 
20 10:1 or more, however, concentrations of the second component 
can be as low as about 10'^. 

When first compounds containing hafnium are reacted 
with second compounds containing a metal or a metalloid such 
as boron and a less acidic ammonium cations - using tri- 
25 (n-butyl)ammonlum tetrakis(pehtaf luorophenyDboron as an 

example - and the catalyst therefrom is used in the polymer- 
ization process of this invention. Induction periods of about 
1 to about 15 minutes or more can be observed before, the 
uptake of monomer begins. This phenomenon is most pronounced 
.. 30 when the concentration of the hafnium compound is below about 
10-'*M and that of the second component is below about 10" ^M; 
higher concentrations of catalyst solution often show no 
induction period. It can also be observed when first 
compounds containing zirconium are used when the concen- 
35 tratlon of the second component la about IQ-^ M or less. 

While the inventors do not wish to be bound by any particular 
theory, it is believed that the catalyst species formed decom- 
poses In -the polymerization process to form a catalytlcally 
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inactive metal -containing compound and regenerating either 
the same or a different second component. This new second 
component activates any excess first component present to 
regenerate the active catalyst species of the present inven- 
S tlcn. While still not wishing to be bound by any particular 
theory, it is believed that increasing the concentration of 
the catalyst or using second components containing more 
acidic ammonium cations will either diminish the length of 
this Induction period or eliminate it completely. 

10 xn general, and as indicated supra, the improved 

catalyst of this invention will polymerize olefins, diolefins 
and/or acetylenlcally unsaturated monomers ei^ther alone or in 
combination with other olefins and/or other unsaturated 
monomers at conditions well known in the prior art for 

15 conventional Zlegler-Natta catalysis. In the polymerization 
process of this invention, the molecular weight appears to be 
a function of both catalyst concentration and polymerization 
temperature and polymerization pressure. The polymers 
produced with the catalyst of this Invention, when prepared 

20 in the absence of significant mass transport effects, will, 
generally, have relatively narrow molecular weight 
distributions. 

Certain of the catalysts of this invention, 
particularly those based on hafnocenes - using the catalyst 

25 produced from the reaction of bis (cyciopentadlenyl) hafnium 

dimethyl and the trlsubstltuted ammonium salt of tetra(penta- 
fluorophenyl ) boron as an example - when used as described 
herein for the polymerization and copolymerizatJ-on of 
a-*oleflns, diolefins, and/or acetylenlcally unsaturated 

30 monomers, in the absence of a chain transfer agent, can lead 
to the production of extremely high molecular weight polymers 
and copolymers having relatively narrow molecular weight 
distributions. In this regard, it should be noted that homo- 
polymers and copolymers having molecular weights up to about 

35 2 X 10^ and molecular weight distributions within the range 
of about 1-5 to about 15 can be produced with the catalysts 
of this invention. The substituents on the cyciopentadlenyl 
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radicals, however, can exert a profound Influence on polymer 

molecular weights. 

Catalysts of this invention containing a first 
component which is either a pure enantiomer or the racemlc 
5 mixture of two enantiomers of a rigid, chlral metallocene can 
polymerlie prochiral olefins (propylene and higher a-olefins) 
to isotactic polymers. Bis( cyclopentadienyl )metal compounds 
in which each of the cyclopentadienyl radicals is substituted 
and containing a covalent bridging group between the two 
10 cyclopentadienyl radicals are particularly useful for 
isotactic polymerizations of this type. 

A particularly surprising feature of some of the 
catalysts of this invention, particularly those based on 
hafnocenes in combination with a second component comprising 
15 boron, is that when the catalysts of this invention are used 
to copolymerize a-olefins, either alone or in combination 
with dioleflns, the amount of higher molecular weight olefin 
or diolef m incorporated into the copolymer is significantly 
Increased when compared to copolymers prepared with 
20 the more conventional Ziegler-Natta type catalysts and bis- 
( cyclopentadienyl )airconium catalysts. The relative rates of 
reaction of ethylene and higher a-olefins with the afore- 
mentioned hafnium-rbased catalysts of this invention are much 
closer than with conventional Ziegler-Natta catalysts of the. 
25 Group IV-B metals. The monomer distribution in copolymers 
prepared with the catalysts of this invention, particularly 
with the lower a-olef ins and lower, dioleflns, will range from 
near perfectly alternating to statistically random. 

In general, catalysts can be selected so as to 
30 produce the polymer products which will be free of certain 
trace metals generally found in polymers produced with 
Ziegler-Natta type catalysts such as aluminum, magnesium, 
chloride and the like. The polymer products produced with 
the catalysts of this invention should, then, have a broader 
35 range of applications than polymers produced with more 

conventional Ziegler-Natta type catalysts comprising a metal 
alkyl, such as an aluminum allcyl. 
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Also unlike polymers heretofore produced with 
conventional Zlegier-Natta type polyneriaatlon catalysts, the 
polymers produced with zwltterlonic catalysts In the- absence 
o£ hydrogen or other chain terminating reagents, contain 
5 predominantly internal rather than terminal unsaturation. In 
this regard, it should be noted that if the terminal carbon 
atom m the polymer chain were numbered one, the unsaturation 
contained in the polymers produced in the process of this 
invention would be 2,3 rather than the more traditional 1,2. 
10 PREFERRED EMBODIMENT OF THE INVENTION 

m a preferred embodiment of the present Invention, 
a bia(cyclopentadienyl)metal compound, said metal being 
selected from the Group consisting of titanium, slrconium and 
hafnium, said compound containing two, independently, substi- 
15 tuted or unsubstituted cyclopentadlenyl radicals and one or 
two lower alkyl aubstituents and/or one or two hydride 
substituents will be combined with a trisubstituted ammonium 
salt of either a substituted or unsubstituted tetr a (aromatic )- 
boron. Each of the trisubstitutions in the ammonium cation 
20 will be the same or a different lower alJcyl or aryl radical. 
By lower alkyl is meant an allcyl radical containing from one 
to four carbon atoms. When the bls(cyclopentadienyl.)metal 
compound used is a bis(perhydrocarbyl-substituted cyclopenta- 
dlenyl )metal compound, an unsubstituted or partially substi- 
25 tuted tetra( aromatic )boron salt may be used. Tri(n-butyl)- 
ammonium tetra( phenyl )boron, trl<n-butyl) ammonium tetra- 
(p-tolyl)boron and tri(n-butyi) ammonium tetra(p-ethylphenyi)- 
boron are particularly preferred. As the number of hydro- 
carbyl-substltutions on the cyclopentadlenyl radicals is 
30 reduced, however, substituted anions will be used in the 
trisubstituted ammonium salts, particularly, pentafluoro- 
substituted anions. Tri(n-butyl> ammonium tetra< f luorophenyl ) 
boron is particularly preferred. 

in a most preferred embodiment of the present Inven 
35 tion, bis( cyclopentadlenyl )zirconlum dimethyl or bis(cyclo- 
pentldlenyDhafnlum dimethyl will be reacted with N,N-di- 
methylanllinium tetra(pentaf luorophenyl )boron to produce the 
most preferred catalyst of the present invention. The two 
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components will be combined at a temperatxiro within tlio range 
from about 0*C to about lOO'C. The components will be 
combined^ preferably. In an aromatic hydrocarbon spivent, 
most preferably toluene. Nominal holding times within the 
5 range from abou^t 10 seconds to about 60 minutes will be 

sufficient to produce both the preferred and most preferred 
catalyst of this Invention. 

In a preferred embodiment, the catalyst. Immediately 
after formation, will then be used to polymerize a lower 
10 a-olefin particularly ethylene or propylene, most preferably 
ethylene, at a temperature within the range from about 0*C to 
about 100 and at a pressure within the range from about 15 
to abou-t 500 psig. In a most preferred embodiment of the 
present invention, the most preferred catalyst will be used 
15 either to homopolymerlze ethylene or to copolymerize ethylene 
with a lower a-olefin having from 3 to 6 carbon atoms, 
thereby yielding a plastic or an elastomeric copolymer. In 
both the preferred and most preferred embodiments ,r the 
monomers will bo maintained at polymerization conditions for 
20 a nominal holding time within the range from about '1 to about 
60 minutes and the catalyst will be used at a concentration 
within the range from about 10*"S to about 10"^ moles per 
liter of solvent. 

Having thus broadly described the present invention 
25 and a preferred and most preferred embodiment thereof, it is 
believed that the same will become even more apparent by 
reference to the following examples. It will be appreciated, 
however^ that the examples are presented solely for purposes 
of illustration and should not be construed as limiting the 
— 30 invention. All of the examples were completed either tinder 
an argon blanket by standard Schlenk techniques or under a 
helium blanket in a Vacuum Atmospheres HE43-2 drybox. The 
solvents used in the experiments were rigorously dried \inder 
nitrogen by standard techniques • The boron and metallccene 
35 reagents used in the examples were either purchased or 

prepared following published techniques. The zwitterionic 
complexes (Examples 1, A, 10 and 22) were characterized by 
solid state ^^C NMR spectroscopy and solution NMR 
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spectroscopy. The tetra(p-ethylphenyl)boron zwltterionic 
derivative Isolated in Example 10 was further characterized 
by single crystal x-ray crystallography. 
EXAMPLE 1 

in this example, a stable, isolable polymerization 
catalyst was prepared by combining 0.65 g of tri(n-butyl)- 
ammonium tetra( phenyl )boron with 0.50 g of bis(pentamethyl- 
cyclopentadienyl) zirconium dimethyl. The combination was 
accomplished by first suspending the tri(n-butyl) ammonium 
tetra< phenyl )boron in 50 ml of toluene and then adding the 
bis < pentamethylcyclopentadienyl ) zirconium dimethyl . The 
combination was accomplished at room temperature and con- 
tacting between the two compounds was continued for 1 hour. 
After 1 hour, an insoluble orange precipitate separated from 
15 solution leaving a clear mother liquor. The orange precip- 
itate was isolated by filteration, washed three times with 
20 ml of pentane and dried in-vacuo . 0.75 g of the orange 
precipitate was recovered. A portion of this product was 
analyzed and it was found to contain a single organometallic 
compound having the following general formula: 
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B(C6H5)3 
( CsMes ) 223^ ~ ^(^^ 

wherein Me is a methyl radical. 
EXAMPLE 2 

In this example, ethylene was polymerized by adding 
0.05 g of the orange precipitate recovered in Example 1 to 
20 ml of toluene at room temperature in a 100 ml side armed 
flask and then adding excess ethylene at atmospheric pressure 
while maintaining vigorous agitation. An immediate exotherm 
was detected and the formation of polyethylene observed as 
the addition of ethylene continued. 
EXAMPLE 3 

in this example, ethylene was polymerized by first 
suspending 0.05 g of the orange precipitate prepared in 
Example 1 to 20 ml of chlorohenzene in a 100 ml side armed 
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f lasft and then adding excess ethylene at atmospheric pressure 
while maintaining agitation. An immediate exotherm was 
detected and the formation of polyethylene was obsesved as 
the addition of ethylene continued. 
5 EXAMPLE 4 

In this example, an active, isolable olefin polymer- 
ization catalyst was prepared by first suspending 0.7S g of 
tri(n-butyl) ammonium tetra(p-tolyl)boron in 50 ml of toluene 
and then adding 0.52 g of bis ( pent amethylcyclopentadlenyl)- 

10 zirconium dimethyl. The mixture was stirred at room 

temperature for 1 hour. After 1 hour, an insolable orange 
precipitate separated from solution. The orange precipitate 
was isolated by filtration, washed three times with 20 ml of 
pentane and dried in-vacuo . 0.55 g of the orange precipitate 

15 were recovered. The orange precipitate was analyzed and 
found to contain an organometalllc cOTpound having the 
following structure! 

B(p-toiyi)3 

+ ■ 

(C5Me5)2Zr 

20 . CH3 

wherein Me is a methyl radical. 
EXAMPLE 5 

In this example, ethylene was polymerized at atmos- 
pheric pressure by passing ethylene into a 20 ml sample of 
25 crude reaction mixture from Example 4 in a 100 ml side armed 
flask. The ethylene was rapidly polymerized. 
EXAMPLE 6 

In this example, ethylene was polymerized at 40 psig 
by dissolving 0.02 g of the orange precipitate produced in 
30 Example 4 in 100 ml of toluene in a Fisher-Porter glass pres- 
sure vessel, heating the solution to 80 "C and then passing 
ethylene into said solution at 40 psig for 20 minutes. 2.2 g 
of polyethylene were obtained and the average molecular 
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weight of the polymer was 57,000. The polymer had a 
polydlspersity of 2.5. 
EXAMFIiE 7 

In this example, ethylene ana acetylene were copoiy- 
5 merlzed by dissolving O.OS g of the orange precipitate from 
Example 4 in toluene and then adding 2 ml of purified acety- 
lene at atmospheric pressure in an NMR tube. An Immediate 
color change from orange to yellow was noted. After five 
minutes, 5 ml of ethylene at atmospheric pressure were added 
10 to this mixture and an Immediate exotherm was observed as was 
polymer formatlmi. 
EXAMPLE 8 

In this example, an active Isolable olefin polymer- 
ization catalyst was produced by first suspending 0.56 g of 

15 tri(n-butyl) ammonium tetra(o-tolyl) boron In 50 ml of toluene 
and then adding 0.25 g of bis (cyclopentadlenyl) zirconium 
dimethyl. The mixture was stirred at room temperature for 1 
hour. After I hour an insoluble yellow precipitate separated 
from an orange solution. The yellow precipitate was isolated 

20 by filtration, washed three times with 20 ml of pentane and 
dried m-vacuo . 0.26 g of the yellow precipitate were 
recovered. 
EXAMPLE 9 

In this example, excess ethylene was added at atmos- 
25 pherlc pressure to a portion of the orange mother liquor from 
Example 8 In a 100 ml side armed flask and polyethylene 
formed. Ethylene was also contacted with a portion of the 
yellow precipitate, which precipitate was suspended in 
toluene in a SO ml side armed flask and again polyethylene 

— 30 was formed. 
EXAMPLE 10 

In this example, an active, isolable olefin poly- 
merisation catalyst was produced by first suspending 1.20 g 
. of trl(n-butyl)ammonium tetra(p-ethylphenyl)boron in 50 ml of 
35 toluene and then adding 0.76 g of bis(pentamethylcyclopenta- 
dlenyl) zirconium dimethyl. The mixture was stirred at room 
temperature for 1 hour. After 1 hour, the reaction mixture 
was evaporated to dryness. The crude orange solid, which was 
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produced, was rocrystallizod from hot toluene to give 1,0 g 
o£ orange-red crystals. A portion of this product was 
analyzed and confirmed to be an organometallic compound 
having the following structure: 

5 B ( p-ethylphenyl } 3 

+► 

(C5Me5}2Z7 

CH3CH2 

wherein Me Is a methyl radical. 
EXAMPLE 11 

10 In this example r ethylene was polymerized by 

dissolving 0.10 g of the orange-red crystals from Example 10 
in toluene and then placing the solution In a steel autoclave 
under nitrogen pressure. Ethylene at 100 pslg was then Intro- 
duced into the autoclave and the autoclave heated to 80 •C 

15 with agitation. After 10 minutes, the reactor was vented to 
atmospheric pressure and opened. The yield of linear poly- 
ethylene was 27 g having a weight average molecular weight of 
about 52,000. 
EXAMPLE 12 

20 In this example, an active, isolable olefin poly- 

merization catalyst was prepared by first suspending 0.78 g 
of tri(n-butyl) ammonium tetra(m,m-dimethylphenyl ) boron in 
50 ml of toluene and then adding 0.50 g of bis (pent amethyl- 
cyclopentadlenyl) zirconium dimethyl. The mlxtxire was stirred 

25 at room temperature for 1 hour. After 1 hour, the reaction 
mixture was evaporated to dryness. The resulting crude 
red-brown solid was washed with 30 ml of pentane and dried 
in-vacuo to yield 0.56 g of a toluene soluble brown solid. 
Both the brown solid and the crude reaction mixture were . 

30 dissolved In 40 ml of toluene in a 100 ml aide armed flask 
and were observed to polymerize ethylene at atmospheric 
pressure. 
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EXAMPLE 13 

In this example, two active, IsolabXe olefin poly- 
merization catalysts were prepared by first dissolving 0.78 g 
of trl(n-butyl) ammonium tetra(o,p-dlmethylphenyl)boron In 
5 30 ml of toluene and 15 ml of pentane* The solution was then 
cooled to -30 •C and 0-50 g of bls(pentamethylcyclopenta- 
dlenyl) zirconium dimethyl were added. The mixture was warmed 
to room temperature with agitation and held for 4 hours. A 
yellow precipitate was separated from a purple reaction 

10 mixture by filtration. The yellow precipitate was dried 

In-vacuo to give 0,62 g of product • After separation of the 
yellow precipitate, the purple mother liquor was evaporated 
to dryness to give 0.32 g of a purple glassy solid. The 
yellow and purple products polymerized ethylene In deutero- 

15 toluene In NMR tubes. 
EXAMPLE 14 

In this example, an olefin polymerization catalyst 
was prepared by combining 0.06 g of bis(l,3-blstrimethyl- 
silylcyclopentadlenyl) zirconium dimethyl, 0.05 g of 

20 N,N- dime thy lanillnlum tetr a (phenyl) boron and 1 ml of deutero- 
benzene in an NMR tube and allowing the components to react.. 
The NMR spectrtim showed complete loss of starting materials 
after 20 minutes at room temperature. The reaction mixture 
was then divided into two portions, diluted with 20 ml 

25 toluene, and placed in 50 ml side armed flasks. Ethylene was 
added to one portion and propylene to the other. Rapid 
polymerization was observed in both cases^ 
EXAMPLE 15 

In this example, an active olefin polymerization 
30 catalyst was prepared by first suspending 0.87 g of trl- 

(n-butyl) ammonium tetra(p-tolyl)boron In 50 ml of toluene and 
then adding 0.50 g of (pentamethylcyclopentadlenyl)(cyclo- 
pentadlenyl) zirconium dimethyl. The reaction was stirred at 
room temperature for 18 hours to give a blue-green homogenous 
35 solution. The reaction mixture was dried in- vacuo, washed 
with 30 ml of pentane, and then redlssolved in 100 ml of 
toluene. The resulting blue-green solution was filtered into 
a glass pressure vessel and stirred under 1.5 atmospheres of 
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ethylene. An immediate exotherm and polymer formation was 
observed upon exposure of ethylene. The yield of poly- 
ethylene was 4.5 g after IS minuteB. ~ 

EXAMPLE 16 

5 In this example, an olefin polymerization catalyst 

was prepared by first suspending 0.1 g of trKn-butyl)- 
ammonium tetra(p-ethylphenyl)boron in 5 ml of de -benzene 
and then adding 0.05 g of (pentamettxylcyclopentadienyl)- 
(cyclopentadienyl)zirconium dimethyl. The reaction was 

10 complete after 30 minutes. The green solution was then dried 
m-vacuo to give a green glassy solid. The crude green 
product was extracted with 20 ml of toluene. In separate 
experiments, the toluene extract was exposed to ethylene, to 
propylene and to a mixture of ethylene and propylene. In 

15 each case significant polymerization activity was observed, 

EXAMPLE 17 

In this exsmple, an active olefin polymerization 
catalyst was prepared .by first suspending 0.22 g of tri- 
{n-butyl)ammonixim t etr a < pent afluorophenyl) boron in 50 ml of 

20 toluene and then adding 0.10 g of bisCpentamethylcyclopenta- 
dienyl) zirconium dimethyl. The reaction vessel was capped 
with a rubber septum and stirred at roan temperature* After 
10 minutes the reaction mixture (now yellow and homogeneous) 
was pressurized with 1.5 atmospheres of ethylene and stirred 

25 vigorously. Rapid polymerization of ethylene was observed 
causing a significant Increase in the reaction temperature 
(from room temperature to at least 80»C) during the first 
5 minutes of polymerization. After 15 minutes, the reaction 
vessel was vented and methanol was added to kill the still 
- 30 active catalyst. The yield of linear polyethylene was 3.7 g. 
EXAMPLE 18 

In this example, an active olefin polymerization 
catalyst was prepared by suspending 0.34 g of trl(n-butyl)- 
smmonlum tetra(pentaf luorophenyl)boron in 50 ml of toluene 
35 and then adding 0.13 g of (pentamethylcyclopentadienyl ) 

(cyclopentadienyl) zirconium dimethyl. The reaction vessel 
was capped with a rubber septum and stirred at room tempera- 
ture. After 10 minutes the reaction mixture (a yellow 
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10 



solution above an insoluble orange oil) was pressurized with 
1.5 atmospheres of ethylene and stirred vigorously. Rapid 
polymerisation of ethylene was observed causing a significant 
increase in the reaction temperature (from room temperature 
to at least 80-C) during the first minutes of polymerization. 
After 10 minutes, the reaction vessel was vented and methanol 
was added to Jciil the still active catalyst. The yield of 
linear polyethylene was 3.7 g. 
EXAMPLE 19 

In this example, an active olefin polymerization 
catalyst was prepared by combining 0.18 g of tri<n-butyi)- 
ammonium tetra( pent afluorophenyl) boron in 50 ml of toluene 
and then adding 0.12 g of bis[l,3-bis(trimethyl8ilyl)- 
cyciopentadienyl] zirconium dimethyl. The reaction vessel was 
15 capped with a rubber septum and stirred at room temperature. 
After 10 minutes the reaction mixture (a yellow solution 
above an insoluble yellow oil) was pressurized with 1.5 
atmospheres of ethylene and stirred vigorously. Rapid 
polymerization of ethylene was observed causing a significant 
20 increase in the reaction temperature (from room temperature 
to at least BO'C) during the first minutes of polymerization. 
After 10 minutes the reaction vessel was vented and methanol 
was added to kill the still active catalyst. The yield of 
linear polyethylene was 2.1 g. 
25 EXAMPLE 20 

In this example, an active olefin polymerization 
catalyst was prepared by suspending 0.34 g of tri(n-butyl)- 
ammonium tetra(pentaf luorophenyl )boron in 50 ml of toluene 
and then adding O.IO g of bla( cyelopentadienyl )zircCnium 
dimethyl. The reaction vessel was capped with a rubber 
septum and stirred at room temperature. After 10 minutes the 
reaction mixture (a yellow solution above an insoluble orange 
oil) was pressurized with 1.5 atmospheres of ethylene and 
stirred vigorously. Rapid polymerization of ethylene was 
observed causing a significant increase in the reaction 
temperature (from room temperature to at least 80-C) during 
the first minutes of polymerization. After 10 minutes the 
reaction vessel was vented and methanol was added to 
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deactivate the still active catalyst. The yield of linear 
polyethylene was 3.7 g. 

EXAMPLE 21 

In this example, an active olefin polymerization 
S catalyst was prepared by combining 0.12 g of trl(n-butyl)- 
ammonion tetra(pentafluorophenyl)boron and 0.04 g of bis- 
(cyclopentadienyl) zirconium dimethyl in 100 ml of toluene in 
a 250 ml flask. The flask was capped with a rubber septum 
and stirred at 60 for 3 minutes. Ethylene at 1.5 atmos- 
10 pheres and 3 ml of 1-hexene were then added to the flask. 

After 20 minutes, the flask was vented and methanol was added 
to deactivate the still active catalyst* The white polymeric 
product was collected by filteratlon and dried in-vacuo to 
yield 8.0 g of a hexene-ethylene copolymer. The melting 
15 point of the copolymer was 125 ^C. 
EXAMPLE 22 

In this example, an active, isolable olefin polymer- 
ization catalyst was prepared by first suspending 1.30 g of 
tri(n-butyl) ammonium tetra(p-tolyl) boron in 50 ml of toluene 

20- and- then adding 1.00 g of bis(ethyltetramethylcyclopenta- , 
dienyl)zirconi\im dimethyl. The mixture was stirred at room 
temperature for 1 hour. After 1 hour, an insolable. orange 
precipitate separated from solution. The orange precipitate 
was isolated by filteration, washed three times with 20 ml of 

25 pentane and dried in-vacuo . 0.55 g of the orange precipitate 
were recovered. The orange precipitate was analyzed and 
found to contain an organometallic compoxind having the 
following structure: 

B(p-tolyl)3 

+ 

30 (C5EtMe4)22r 

CHa 

wherein Et is an ethyl radical and Me is a methyl radical. 
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EXAMPLE 23 

In this example, 0.05 g o£ the orange precipitate 
produced m Exainple 22 waa dissolved in 2 ml of deutero- 
toluene and placed In a 5 mm NMR tube and capped with a 
rubber septum. Ethylene (2 ml at 1 atm) was added via 
syringe and immediately polymerized. 
EXAMPLE 24 

In this exaxtq)le, ethylene and 1-butene were copoly- 
merlzed In a hexane diluent by adding under a nitrogen 
atmosphere to a 1 L stainless-steel autoclave, previously 
flushed with nitrogen and containing 400 ml of dry oxygen- 
free hexane, 40 ml of a toluene solution containing 4 mg of 
bls(cyclopentadienyl)xirconlum dime"U\yl and 12 mg of 
trl<n-butyl ) ammonium tetrakis(pentaf luorophenyl )boron. 
IS 1-butene (200 ml) was added to the autoclave, which was 

further pressurized with 65 psig of ethylene. The autoclave 
was stirred and heated for 7 minutes at 60' . The reactor was 
vented and cooled and the contents dried. The yield of 
copolymer isolated was 9.2 g. The weight-average molecular 
20 weight of the polymer was 108,000 and the molecular weight 

distribution was 1.97. A compositional, distribution analysis 
indicated a breadth index of 88%. 
EXAMPLE 25 

In this example, ethylene and 1-butene were copoly- 
25 merized in a hexane diluent by adding under a nitrogen atmos- 
phere to a 1 L stainless-steel autoclave, previously flushed 
with nitrogen and containing 400 ml of dry, oxygen-free 
hexane, 40 ml of a toluene solution containing 4 mg of 
bis (cyclopentadienyl) zirconium dimethyl and 12 mg of tri- 
(n-butyl) ammonium tetraklfi<pentaf luorophenyl )boron. l-butene 
(200 ml) was added to "the autoclave, which was further pres- 
surized with 65 psig of ethylene. The autoclave was stirred 
and heated at 50* for 10 minutes. The autoclave was vented 
and cooled and the contents dried. The yield of copolymer 
isolated was 7.1 g. The weight-average molecular weight of 
the polymer was 92,000 with a molecular weight distribution 
of 1.88. Analysis by ^^C NMR spectroscopy indicated a 
reactivity ratio (rir2> of 0.145. 
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EXAMPLE 26 

In tuis example, ethylene axid l-'butene were copoly- 
merlzed ±n a hexane diXxtent by adding wder a nitrogen atmos* 
phere to a 1 I. stalnl ess-steel autoclave, previously flushed 
5 with nitrogen and containing 400 ml of dry, oxygen-free 
hexane, 25 ml of a toluene solution containing 9 mg of 
hisC(t-butyl)cYclopentadienyl3zirconiiam dimethyl and 2.9 mg 
of N^N^dimethylanilinium tetrakis(pentaf luorophenyDboron* 
1-butene (100 ml> was added to the autoclave, which was 

10 further pressiurized with 65 pslg of ethylene. The autoclave 
was stirred and heated at 50* for 1 hour. The autoclave was 
vented and cooled and the contents dried • The yield of 
copolymer isolated was 27.2 g. The weight-average molecular 
weight of the polymer was 23,000 with a molecular weight 

IS distribution of 1.8. Analysis of the con«>osltion distri- 
bution indicated a median comonomer content of 6.3 mole% and 
a breadth index of 81%. 
EXAMPIiS 27 

Xn this example, a stirred 100 ml steel autoclave 

20 reaction vessel which was equipped to perform Ziegler-Natta 
polymerization reactions at pressures up to 2500 bar and 
temperatures up to 300* was used. The temperature of the 
cleaned reactor containing ethylene at low pressure was 
equilibrated at the desired reaction temperature of 160'. 

25 The catalyst solution was prepared by dissolving 259 mg of a 
zwltterionic catalyst (prepared from bis( ethyl tetramethyl- 
cyclopentadlenyl) zirconium dimethyl and trl(n-butyl) ammonium 
tetra(p-ethylphenyl) boron in 10.0 ml of distilled toluene 
under nitrogen. A 0.4 ml portion of this catalyst solution 

30 was transferred by low-pressure nitrogen into a constant- 
volume injection tube, which was held at 25*. Ethylene was 
pressured into the autoclave at a total pressure of 1500 bar. 
The reactor contents were stirred at 1000 rpm for 1 minute at 
which time the catalyst solution was rapidly injected into 

35 the stirring reactor with excess pressure «^ The temperature 
and pressure changes were recorded continuously for 120 
seconds at which time the contents were rapidly vented, 
yielding the polymer. The reactor was washed with xylene to 
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15 



collect any polymer remaining inside end all polymer was 
dried in vacuo . The yield of polyethylene isolated was 
0.56 =g. This polymer had a weight- average molecular- weight 
of 21,900, a molecular weight distribution of 10.6 and a 
density of 0.965 g/ffll. 
EXAMPLE 28 

In this example, ethylene was polymerized by adding 
under a nitrogen atmosphere to a I L stainless-steel auto- 
clave, previously purged with nitrogen and containing 400 ml 
of dri, oxygen-free hexane, first a solution of 15 mg of 
bis(cyclopentadienyl)hafnium dimethyl in 30 ml of toluene, 
then, after 5 minutes, a toluene solution (50 ml) containing 
12 mg of bls(cyclop©ntadienyl)hafnium dimethyl and 30 mg of 
tri(n-butyl) ammonium tetraJcis( per fluorophenyl) boron. The 
autoclave was pressured with 90 psig of ethylene and stirred 
at 60* . After 1 hour, the autoclave was vented and opened. 
The yield of linear polyethylene isolated was 73.8 g. This 
material had a weight- average molecular weight of 1,100,000 
and a molecular weight distribution of 1.78. 

20 EXAMPLE 29 

In this example, ethylene and propylene were copoly- 
merixed in a hexane diluent by adding under a nitrogen 
atmosphere to a I L stainleess-ateel autoclave previously 
flushed with nitrogen and containing 400 ml of dry, oxygen- 
free hexane, first a solution of 15 mg bis(cyclopentadienyl)- 
hafnium dimethyl in 25 ml of toluene, stirring for 5 minutes, - 
then 50 ml of a toluene solution containing 17 mg bls(cyclo- 
pentadieny I) hafnium dimethyl and 42 mg of tri(n-butyl)- 
ammonium tetrakis(pentafluorophenyl)boron. Propylene 
(200 ml) was added to the autoclave, which was further 
pressured with an additional 50 psig of ethylene. The auto- 
clave was stirred at 60' for 15 minutes. The reactbr was 
vented and opened and the residual hexane in the contents 
evaporated under a stream of air. The yield of copolymer 
isolated was 61.0 g. This copolymer, which was 35.1 wt% 
ethylene, had a weight- average molecular weight of 103,000 
and a molecular weight distribution of 2.3. Analysis by 
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13c NMR spectroscopy Indicated a statliatlcally random 
copolymer « 

EXAMPLE 30 ^ 
In this example, ethylene and propylene were 
5 copolymerlzed In bulk propylene by adding under a nitrogen 
atmosphere to a 1 L stalnle8s--^steel autoclave preevlously 
flushed with nitrogen 50 ml of a toluene solution containing 
36 mg o£ bis (cyclopentadlenyl) hafnium dimethyl and 11 mg of 
H,N-dlmethylanlllnlum tetrakl8(pentaf luorophenyl )boron. 

10 Propylene <400 ml) was added to the autoclave, which was 
ftirther pressurized with 120 pslg of ethylene. After 
stirring for 15 minutes at SO*, the reactor was vented and 
opened and the contents dried under a stream of air. The 
yield of copolymer isolated was 52.6 g.^ The copolymer, which 

15 was 38.1 wt% ethylene, had a weight-average molecular weight 
of 603^000 and a molecular weight distribution of 1*93. 
EXAMPLE 31 

In this example, ethylene and 1-butene were copoly- 
merlzed in a hexane diluent by adding under a nitrogen atmos-- 

20 phere to a 1 L stainless-steel autoclave, previously flushed 
with nitrogen and containing 400 ml of dry, oxygen- free 
hexane^ first a 30 ml of a toluene solution containing 15 mg 
of bis (cyclopentadlenyl hafnium dimethyl, then after stirring 
for 5 minutes, 30 ml of a toluene solution containing 12 mg 

25 of bis ( cyclopentadlenyl ) hafnium dimethyl and 30 mg of trl- 

( n-buty 1 >ammonium tetrakis ( pent af luorophenyl }boron • 1-butene 
(50 ml) was added to the autoclave, which was further pres- 
surized with 65 pslg of ethylene. The autoclave was stirred 
and heated to 50"* for 1 hour. The reactor was vented and 

30 opened and the contents dried in a vacuum oven. The yield of 
copolymer Isolated was 78.7 g. This copolifmer, which was 
62»fr wt% ethylene, had a weight* average molecular weight of 
105,000 and a molecular weight distribution o£ 4.94. 
Analysis by ^3c nmr spectroscopy Indicated a reactivity 

35 ratio (rir2) of 0.153* 
EXAMPLE 32 

In this example, ethylene, propylene, and 1-butene 
were copolymerlzed in a hexane diluent by adding under a 
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nitrogen atmosphere to a 1 L stainless-steel reactor, 
previously flushed with nitrogen and containing 400 ml of 
dry, oxygen- free hexane^ 50 ml of a toluene solution 
containing 19 mg of bi8(cyclopentadlenyl)hafnlum dimethyl 
5 and 15 mg of tri(n-butyl ) ammonium tetrakls(pentaf luorophenyl )- 
boron. 1-butene (50 ml) and propylene (25 ml) were added to 
the autoclave, which was further pressurised with 60 pslg of 
ethylene. The . autoclave was stirred at 50* for 45 minutes, 
then cooled and vented. The contents were dried under a 

10 stream of air* The yield of isolated terpolymer was 17*9 g. 
The weight- average molecular weight of the polymer was 
188,000 and the molecular weight distribution- was 1.89. 
Analysis by ^^C NMR spectroscopy Indicated that the polymer 
contained 62.9 mole% ethylene, 25.8 mole% propylene, and 

15 11.3 mole% butene. 
EXAMPLE 33 

In this example, ethylene, propylene, and 1,4-hexa- 
dlene were copolymerlzed In a hexane diluent by adding under 
a nitrogen atmosphere to a I L stainless-steel autoclave, 

20 previously flushed with nitrogen and conta^Lning- 400 ml of 
dry, oxygen-free hexane, first 100 ml of freshly-distilled 
1,4-hexadlene, then 50 ml of a catalyst solution containing 
72 mg of bls(cyclopentadienyl)hafnium dimethyl and 16 mg 
N, N-dlmethylanillnlum tetrakls(perfluorophenyl) boron. 

25 Propylene (50 ml) was added to the autoclave, which was 

further pressurized with 90 psig of ethylene. The autoclave 
was stirred at 50* for 10 minutes, then cooled and vented. 
The contents were dried under a stream of air. The yield of 
Isolated terpolymer was 30.7 g- The weight-average molecular 

30 weight of the polymer was 191,000 and the molecular weight 
^g^yj^butlon was 1.61. Analysis by NMR spectroscopy 

Indicated that the polymer contained 70.5 mole% ethylene, 
24.8 mole% propylene, and 4.7 mole% 1,4-hexadlene. 
EXAMPLE 34 

35 In this example, ethylene and 1-hexene were copoly- 

merired in a hexane diluent by adding under a nitrogen atmos- 
phere to a 1 r. stainless-steel autoclave, previously flushed 
with nitrogen end containing 400 ml of dry, oxygen-free 



wo 88/05793 



42 



PCT/US88/00223 



hexane, first 30 ml of toluene solution contaixiing 15 of 
bis<cyclopentadienyl) hafnium dimethyl, then, after 5 minutes, 
100 ml of alumina-filtered and degassed 1-bexene and then 
50 ml of a toluene solution containing 12 mg of bis(cyclo- 
5 pent adienyl) hafnium dimethyl and 30 mg of tri(n-butyl )- * 
anunonium tetrakis(pentaf luorophenyl)l5oron. The autoclave was 
pressurized with 65 psig of ethylene, stirred and heated at 
50* for 1 hour, then cooled and vented. The contents were 
dried in a vacuum oven. The yield of isolated copolymer was 

10 54-7 g. The copol3fmer^ which was 46 wt% ethylene, had a 
weight-average molecular weight of 138,000 and a molecular 
weight distribution of 3.08. Analysis by ^^C NMR 
spectroscopy indicated a reactivity ratio (rirj) of 
0.262. 

15 EXAMPLE 35 

In this example, propylene was polymerized in a 
hexane diluent by adding under a nitrogen atmosphere to a 1 L 
stainless -steel autoclave, previously flxished with nitrogen 
and containing 200 ml of dry, oxygen-free hexane, 50 ml of a 

20 toluene solution containing 72 mg of bisCcyclopentadienyl*)- 
hafnium dimethyl and 22 mg of N,M-dimethylanilinium tetra- 
kis(penta£luorpphenyl) boron. Propylene (200 ml) was added 
and the autoclave was stirred at 40* for 65 minutes* The 
autoclave was cooled and vented and the contents dried in a 

25 vacuum oven. The yield of atactic polypropylene was 37.7 g. 
The weight-average molecular weight of this polymer was 
92,000 and the molecular weight distribution was 1.54. 
EXAMPLE 36 

In this experiment, propylene was polymerized in 
30 bulk propylene by adding under a nitrogen atmosphere to a 1 L 
stainless-steel autoclave, previously flushed with nitrogen, 
50 ml of a toluene solution containing 77 mg o£ bis(cyclo- 
pentadienyl )haf nium dimethyl and 22 mg of N,N-dimethyl- 
anilinitim tetrakis( pent afluorophenyl) boron. Propylene 
35 (4D0 ml) was added and the autoclave stirred at 40* for 
90 minutes. The autoclave was cooled and vented and the 
contents dried in a vacuxim oven. The yield of atactic poly- 
propylene isolated was 58. 7 g. The weight-average molecular 
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welghl: of this polymer was 191,000 and the molecurar weight 
distribution was 1.60. 
EXAMPLE 37 

In this example, propylene was polymerized in bulk 
S propylene by washing 72 mg of bis(cyclopentadlenyl)hafnium 
dimethyl and 22 mg of N,N-dlmethylanilinlxjm tetrakia{penta- 
fluorophenyl) boron into alt stainless-steel autoolave, 
previously flushed with nitrogen, with 500 ml of propylene. 
The autoclave was stirred at 40* for 90 minutes and at 50» 
10 for another 30 minutes, than cooled and vented. 2.3 g of 
atactic polypropylene were isolated. 
EXAMPLE 38 

In this example, ethylene was polymerized by 
reacting 55 mg of bis (trimethylsilylcyclopentadienyl) hafnium 

15 dimethyl with 80 mg of N,N-dimethylanilinium t©trakls(penta- 
f luorophenyl boron in 5 ml of toluene in a serum-capped 
vial. On passing ethylene through the solution for 15 
seconds, polymer formed as the mixture grew hot. The vial 
was opened and the contents diluted with acetone, filtered, 

20 washed, and dried. The yield of polyethylene was 0.26 g. 
EXAMPLE 39 

In this example, propylene was polymerized in bulk 
propylene by adding under a nitrogen atmosphere to a 1 L 
stainless-steel autoclave, previously flushed with nitrogen, 

25 25 ml of a toluene solution containing 10 mg of rac-dimethyl- 
silyl bis (indenyl) hafnium dimethyl and 5 rag of M, N-dlmethyl- 
anilinium tetrakis ( pent af luorophenyl )boaron. Propylene 
(500 ml) was added and the autoclave stirred at 40* for 
4.5 hours. The autoclave was cooled and vented and the 

30 contents dried in a vacuum oven. The yield of isot actio 
polypropylene isolated was 78.5 g. The weight- average 
molecular weight of this polymer was 555,000 and the 
molecular weight distribution was 1.86. The polymer had a 
melting point of 139 •C. Analysis by NMR spectroscopy 

35 indicated that the polymer was about 95% isotactic. 
EXAMPLE 40 

In this example, an active ethylene polymerization 
catalyst was prepared by suspending 40 mg of N,N-dimethyl- 
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anillniuin -tetrak±s(pentafluorophenyl) boron and 17 mg of 
l-bis( cyclopentadlenyl ) zlrcona-3-dlniethylslIacyclobutane in 
10 ml of toluene in a septum-capped round bottomed -ilask. 
Passage of ethylene througli the solution for 30 seconds 
S caused the solution to become hot as polymer precipitated. 
The flask was opened and the contents diluted with acetone. 
The polymer was filtered off , washed with acetone, and dried 
in vacuo . The yield of polymer isolated was 0.15 g* 

EXAMPLE 41 

XO In this example, an active ethylene polymerization 

catalyst was prepared by suspending 36 mg of* l-bis(cyclopenta-- 
dienyl)titana-3-dime«iylsilacyclobutane and 80 mg of N,N-di- 
methylanilinium tetrakis(pentafluorophenyl) boron in 20 ml of 
toluene in a serum*capped round-bottomed flask* The solution 

IS darkened when ethylene was passed through it. After 5 

minutes, the flask was opened and the contents diluted with 
ethanol. The polymer was filtered off, washed with ethanol^ 
and dried. The yield of polyethylene isolated was 0.51 g. 
EXAMPLE 42 

20 ' ' In this example, an active ethylene polymerization 
catalyst was prepared by suspending 29 mg of (pentamethyl 
cyclopentadlenyl ) (tetramethyl -eta^-cyclopentadienyl ) zirconium 
phenyl and 43 mg of trl(n-butyl ) ammonium tetrakis(pentaf luoro- 
phenyl )boron in 25 ml of toluene in a serum-capped round- 

25 bottomed flask. On passing ethylene through the solution, 
polymer formed almost instantly. After 5 minutes, the flask 
was opened and the contents diluted with ethanol. The 
polymer was filtered off, washed with acetone, and dried. 
The yield of polyethylene isolated was 0.49 g. 

30 EXAMPLE 43 

In this example, an active ethylene polymerization 
catalyst was prepared by suspending 34 mg of bis(cyclopenta- 
dienyl)«irconium(2,3-dimethyl-l,3-butadiene) and 85 mg of 
tri ( n-buty 1 ) ammonium tetrakia ( pentaf luorophenyl ) boron in 
35 50 ml of toluene in a sertim-capped bottle. On introducing 
ethylene, the solution grew warm instantly as polymer 
precipitated. After 5 minutes the bottle was opened and the 
contents diluted with ethanol. The polymer formed was 
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filtered off, washed with othanol, and dried. The yield of 
polyiaer isolated was 1.06 g. 

EXAMPLE 44 - 

In this example, ethylene was polymeriaed by 
5 reacting 20 mg of l-bis<cyclopontadienyl)ha£na-3-dimethyl- 
silacyclobutane and 39 mg of N,N-d±iBethylanlllniuni tetra- 
kis(pentafluorophenyl) boron in 20 ml of toluene in a serum- 
capped round-bottomed flask. On passing ethylene through the 
solution, polymer precipitated as the solution grew warm. 
10 After 1 minute, the flask was opened and the contents diluted 
with ethanol. The polymer was filtered off, washed with 
ethanol, and dried. The yield of polyethylene isolated was 
0.263 g. 
EXAMPLE 45 

15 In this example, ethylene was polymerised by 

reacting 21 mg of bls(cyclopentadienyl)ha£nium(2,3-dimBthyl- 
1,3 -butadiene) and 41 mg of tri(n-butyl ) ammonium tetra- 
kis(pentafluorophenyl) boron in 50 ml of toluene in a serum- 
capped bottle- On passing ethylene through the solution, 

20 polymer precipitated within seconds. After 10 minutes, the 
bottle was opened and the contents diluted with ethanol. The 
solid polymer was filtered off, washed with acetone, and 
dried. The yield of polyethylene isolated was 0.93 g- 
EXAMPLE 46 

25 In this example, ethylenei was polymerized by 

reacting 53 mg of (pentamethylcyclopentadienyl)(tetramethyl- 
cyclcpentadienylmethylene)hafnium benzyl and 75 mg of N,N- 
dimethylanllinium tetrakis ( pen tafluoropheny l ) boron in 50 ml 
of -toluene in a serum-capped bottle. Ethylene was passed 

30 through the solution for 10 minutes. The bottle was opened 
and the contents diluted with ethanol. The polymer was 
filtered off, washed with acetone, and dried. The yield of 
polyethylene isolated was 0.65 g. 

While the present invention has been described and 

35 illustrated by reference to particular embodiments thereof, 
it will be appreciated by those of ordinary skill in the art 
that the same lends itself to variations not necessarily 
illustrated herein. For this reason, then, reference 
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shouLd be made solely to the appended claims for purposes of 
determining the true scope of the present Invention. 



wo 88/05793 



PCT/US88/00223 



47 

CLAIMS: 

1. Method for preparing a catalyst comprising the steps 

of: 

(a) Combining, in a suitable solvent or diluent, at least 
one first compound consisttng of a bIsCcyclopentadienyl )raetal 
compound containing at least one substituent capable of reacting 
with a proton, said metal being selected from the group consisting 
of titanium, zirconium and hafnium and at least one second compound 
comprising a cation capable of donating a proton and an anion which 
is a single coordination complex comprising a plurality of 
lipophilic radicals covalently coordinated to and shielding a 
central charge-bearing metal or metalloid atom, which anion is 
bulky, labile and capable of stabilizing the metal cation formed as 
a result of the reaction between the two compounds; 

(b) Maintaining the contacting in step (a) for a suffi- 
cient period of time to permit the proton provided by the cation of 
said second compound to react with said substituent contained in 
said bIsCcyclopentadienyl >metal compound; and 

(c) Recovering an active catalyst as a direct product or 
as a decomposition product of one or more of said direct products 
from step (b). 

2. Method according to Claim 1 wherein said bIsCcyclo- 
pentadienyl )metal compound may be represented by the following 
general formulae: 

1. (A-Cp)MXiX2 

2. <A-Cp)MXMX'2 

3. (A-Cp)ML and/or 

4. (Cp*)(CpR)MXi 

Nherein: 

H Is a metal selected from the group consisting of 
titanium, zirconium and hafnium: (A-Cp) is either 
(CpXCp*) or Cp-A'-Cp* and Cp and Cp* are the same or 
different substituted or unsubstituted cyclopentadienyl 
radicals: 
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A" is a cava! en t bridging group; 

L Is an olefin, diolefin or aryne ligand; 

and Xg are» Independently, selected from the group 
consisting of hydride radicals, hydrocarbyl radicals, 
substi tuted-hydrocarbyl radicals, organome tall old radicals 
and the like; 

X'^ and X'2 Joined and bound to the metal atom to 
form a metal lacycle. In which the metal atom. X*^ and 
X'2 form a hydrocarbocycllc ring containing from about 3 
to about 20 carbon atoms; and 

R Is a substi tuent on one of the eye 1 open tad lenyl radicals 
which 1$ also bound to the metal atom. 

3. Method according to Claim 1 or Claim 2 wherein said 
second compound may be represented by the following general formula: 

Wherein: 

L' Is a neutral Lewis base; 
H Is a hydrogen atom; 
CL'-H] Is a Bronsted acid; 

M' 1s a metal or metalloid selected from the Groups 
subtended by Groups V-B to V-A of the Periodic Table of 
the Elements; 1e., groups V-B, VI-B, VII-B, VIII. I-B, 
II-B, III-A, IV-A and V-A; 

Q, to 0 are selected. Independently, from the group 
i n 

consisting of hydride radicals, dialkylamido radicals, 
alkoxide and aryl oxide radicals, hydrocarbyl and substi- 
tuted-hydrocarbyl radicals and organometal lold radicals 
and any one, but not more than one. of to Q^^ may be 
a hallde radical - the remaining to Q^^ being, 
independently, selected from the foregoing radicals; 
m is an integer from 1 to 7; 
n is an Integer from 2 to 8; and 
n - m > d. 
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4. Method according to any of the preceding claims 
wherein said second compound may be represented by the general 
formula: 

CL'-H3*CBAr^Ar2X3X4]" 

Wherein: 

L' is a neutral Lewis base; 

H is a hydrogen atom; 

CL'-H]* is a Bronsted acid; 

B is boron in a valence state of 3; 

Ar^ and Ar^ are the same or different aromatic or 

substituted-aromatic hydrocarbon radicals which radicals 

may be linked to each other through a stable bridging 

group: and and X^ are. Independently, selected from 

the group consisting of hydride radicals, hallde radicals 

and hydrocarbyl and substltuted-hydrocarbyl radicals, 

organometallold radicals and the like. 

5. Method according to any of the preceding claims 
wherein the first compound is of the general formula 1 in Claim 2 
and wherein said second compound is a tri substituted ammonium salt 
of an unsubstituted or substituted aromatic boron compound, with 
said first compound being optionally a b1 sCcyclopentadienyl >metal 
compound containing two, independently, substituted or unsub- 
stituted cyclopertadienyl radicals and two lower alkyl substituents 
or two hydrides, the metal being preferably zirconium or hafnium. 

6. Method of Claim 5 wherein said second compound is a 
tri (n-butyl) ammonium tetra(phenyl )boron. In which case preferably 
said first compound Is a b1s<pentamethylcyclopentad1enyl)2ircon1ura 
dimethyl; or said second compound Is N,N-d1methylan1 1 inium tetra- 
(phenyl)boron, in which case said first compound Is preferably a 
b1 s C 1 . 3-b1 s < tri methyl s 1 1 yl ) eye 1 opentadi enyl 3zi rconi um di methyl . 

7. Method according to Claim 5 wherein said second 
compound is selected from the group consisting of tri (n-butyl )- 
ammonium tetra (p- to! yl ) boron, tri (n-butyl )ammonium tetra(o-tolyl)- 
boron, tri (n-butyl )amraonium tetra(m,m-dimethylphetiyl)boron and 
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tr1(n-butyl)aramoniura tetraCo.m-dimethylphenyDboron, In which case 
preferably said first compound is a bisCpentaroethylcyclopenra- . ^ 
dienyDzirconium dimethyl; or wherein said second compound Is 
selected from the group consisting of tr1(n-butyl)aromonium , 
tetraCp-totyDboron and tr1(n-butyT)aramon1unr tetra Cp-ethyl phenyl) - 
boron. In which case preferably said first compound Is selected 
from the group consisting of bisCpentamethylcyclopentadtenyl) zir- 
conium dimethyl, and (pentamethylcyclopentadienyl>Ccyclopenta- 
dienyDzirconium dimethyl; or wherein said second compound is 
selected from the Group consisting of trl(n-butyl)amraonlura tetra- 
(pentafluorophenyl)boron and N.M-dlmethylanlllnium tetraCpenta- 
f 1 uoropheny 1 ) boron . 

8. Method according to any of claims 1 to 4 wherein the 
first compound is of the general formula 2 in Claim 2 and wherein 
said second' compound Is a tri substituted ammonium salt of a tetra- 
<substltuted-aromatlc)boron compound, preferably N,N-dlmethylanl- 
llnium tetra<pentafluorophenyl)boron, in which case preferably said 
first compound is selected from the group consisting of l-b1s- 
(cyclopentad1enyl)t1tana-3-d1methyls1lacyc1obutane, l-b1s(cyclo- 
pentadl enyl )z1 rcona-3-dl methyl si lacyclobutane and l-b1 s (cycl openta- 
d1enyl)hafna-3-dimethyls11acyclobutane- 

9. Method according to any of claims 1 to 4 wherein the 
first compound is of the general formula 3 in Claim 2 and wherein 
said second compound Is a tri substituted ammonium salt of a tetra- 
(substltuted-aromatlc) boron compound, preferably trKn-butyl)- 
ammonlum tetra(pentafluorophenyl)boron, in which case preferably 
said first compound Is selected from the group consisting of 
bls(cyclopentad1enyl)z1rconlura(2,3-diraethyl-l,3-butadlen6) and ^ 

bl sCcyclopentadi enyl )haf ni um(2 ,3-dimethyl-l .3-butadl ene) . 

10. Method according to any of claims 1 to 4 wherein the 
first compound is of the general formula 4 in Claim 2 and wherein 
said second compound is a tri substituted ammonium salt of a tetra- 
(substltuted-aromatlc) boron compound, said first compound being 
preferably selected from the group consisting of (pentamethylcyclo- 
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pentadi enyl Xtetramethyl cydopentadi enylmethyl ene)2i rconlura phenyl 
and (pentaraethyl cydopentadi enyl) Ctetramethyl cydopentadi enyl- 
methyl ene) hafnium benzyl in which case said second compound is 
preferably tri(n-butyl) ammonium tetra(pentafluoropheny1)boron or a 
N.N-dimethylanilinium tetfa(pheny1)boron compound. 

n. Method for polymerizing an o-olefin, d1 olefin 
and/or an acetyl enlcally unsaturated monomer containing from 2 to 
about 18 carbon atoms and/or an acetyl enlcally unsaturated compound 
containing from 2 to about 18 carbon atoms either alone or in 
combination with each other or with other monomers comprising the 
steps of: 

(a) contacting an olefin, diolefin and/or an acetyl enlcally 
unsaturated compound containing from 2 to about 18 carbon atoms 
either alone or in combination with each other or with other 
monomers In a suitable carrier, solvent or diluent with a catalyst 
prepared previously or in situ during polymerization by a method 
according to any of the preceding claims: 

(b) continuing the contacting of step (a) for a sufficient " 
period of time to polymerize at least a portion of the monomer or 
monomers : 

(c) recovering a polymer product. 

12. Catalyst prepared by a method according to any of 
claims 1 to 10. 

13. A polymer comprising a monomer selected from the 
group consisting of o-olefins. dlolefins. acetyl enlcally 
unsaturated monomers and mixtures there prepared with a catalyst 
according to Claim 12. 
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14. ComposUion of matter containing an organometall 1 c 
compound having the following general structural formula: 



wherein: 

Cp* Is a peralkyl -substituted cyclopentadienyl radical 
wherein each of said alkyl substitutions may be the same 
or a different C^-Cjq alkyl radical; 
B is boron; 

Zr is zirconium; ^ 

Ph' is a phenyl or alkyl -substituted phenyl radical and 

each of the 3 Ph's may be the same or different and the 

alkyl substitutions may be C^-Ci4; and 

R is hydrogen or an alkyl group having from I to about 14 

carbon atoms. 

15. Composition of matter according to Claim 14 having 
the following general structural formula: 




B(Ph')3 



R 



B(C6H5)3 




Wherein Cp* Is a (pentaraethyl cyclopentadienyl) radical; 

B(p-tolyl)3 




CH3 
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wherein Cp* Is a (pentamethylcydopentadienyl) radical; 

B£p-CH3CH2(C6H5)]3 

(Cp*)2Zr 





CH3CH2 

wherein Cp* 1s a (pentamethylcyclopentadienyT) radical; or 

B(p-tolyl)3 

(Cp* )2Zr 

CH3 

wherein Cp* Is a (ethyltetramethylcyclopentadienyl) radical. 

16. As a composition of matter, an organoraetalllc 
compound represented by one of the following general formulae: 

1 , <C(A-Cp)MX,]}j,[(M')"*0i02. ..On3*^" 

2. {C<A-Cp)MX^L'])jjC(M')'^Qi02...0n]*^* 
Wherein: 

M 1s a metal selected from the Group consisting of tita- 
nium, zirconium, and hafnium; 

(A-Cp) is either (CpXCp*) or Cp-A'-Cp* and Cp and Cp* are 
the same or different substituted or unsubstituted cyclo- 
pentadienyl radicals; 
A' is a covalent bridging group; 

is selected from the group consisting of hydride 
radicals, hydrocarbyl radicals; substituted-hydrocarbyl 
radicals, organometalloid radicals and the like; 
L' is a neutral Lewis base; 
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M' U a roeta.1 or raetalloid selected from the Groups^ 
encompassed by Groups V^B to VI-A of the Periodic Table of . 
the Elements: ie.. Groups V-B, VI-^B. VII-B. VIII, I-B, 
II-B, III-A. IV-A. and V-A; 

to are selected, independently » from the Group 
consisting of hydride radicals, dialkylamido radicals, 
alkoxide and aryloxide radicals, hydrocarbyl and 
substi tuted-hydrocarbyl radicals, and organometall o1 d 
radicals and any one, but not more than one, of the 0^ 
to may be a halide radical - the remaining to 
Op being, independently, selected from the foregoing 
radicals; 

m is an integer from 1 to 7; 

n is an. integer from 2 to 8; and 

n - m - d. 

17. The composition of matter of Claim 16 wherein said . 
anion may be represented by the following general formula: 

[BAr^Ar 2X3X4]" 

Hherein: 

B is boron in a valence state of 3; 
Ar^ and Arg are the same or different aromatic or 
substituted-aromatic hydrocarbon radicals which radicals 
may be linked to each other through a stable bridging 
group; and 

X3 and X^ are, independently selected from the group 
consisting of hydride radicals, halide radicals, and 
hydrocarbyl and subs ti tut ed-hydrocarbyl radicals, organo- 
metall old radicals, and the like. 

18, The composition of matter of Claim 17 wherein said 
anion is chosen from the group consisting of unsubstituted tetra- 
(aromatic)boron anions and substituted tetra(aromatic) boron anions. 
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